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FUNCTIONALIZED FIBRILS 

gum or tub naBBim 

The invention relates broadly to graphitic 
nanotubes, which includes tubular fullerenes (commonly 
5 called "buckytubes") and fibrils, which are 

functionalized by chemical substitution or by adsorption 
of functional moieties. More specifically the invention 
relates to graphitic nanotubes which are uniformly or 
non-unif ormly substituted with chemical moieties or upon 
10 which certain cyclic compounds are adsorbed and to 
complex structures comprised of such functionalized 
fibrils linked to one another. The invention also 
relates to methods of introducing functional groups onto 
the surface of such fibrils. 
15 B&ggSBgBHB oy TffB IHYEHTIOM 

This invention lies in the field of submicron 
graphitic fibrils, sometimes called vapor grown carbon 
fibers. Carbon fibrils are vermicular carbon deposits 
having diameters less than l.O/i, preferably less than 
20 0.5/i, and even more preferably less than 0.2m- They 
exist in a variety of forms and have been prepared 
through the catalytic decomposition of various carbon- 
containing gases at metal surfaces. Such vermicular 
carbon deposits have been observed almost since the 
25 advent of electron microscopy. A good early survey and 
reference is found in Baker and Harris , Chemistry and 
Phvsics of Carbon. Walker and Thrower ed., Vol. 14, 1978, 
p. 83, hereby incorporated by reference. See also, 
Rodriguez, N. , J. Mater. Research. Vol. 8, p. 3233 
30 (1993) , hereby incorporated by reference. 

In 1976, Endo et al. (see Obelin, A. and Endo, 
M., J. of Crystal Growth. Vol. 32 (1976), pp. 335-349, 
hereby incorporated by reference) elucidated the basic 
mechanism by which such carbon fibrils grow. There were 
35 seen to originate from a metal catalyst particle, which, 
in the presence of a hydrocarbon containing gas, becomes 
supersaturated in carbon. A cylindrical ordered 
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graphitic core is extruded which immediately, according 
to Endo et al. , becomes coated with an outer layer of 
pyrolytically deposited graphite. These fibrils with a 
pyrolytic overcoat typically have diameters in excess of 
5 o.l n, more typically 0.2 to 0.5/1* 

In 1983, Tennent, U.S. Patent No. 4,663,230, 
hereby incorporated by reference, succeeded in growing 
cylindrical ordered graphite cores, uncontaminated with 
pyrolytic carbon. Thus, the Tennent invention provided 

10 access to smaller diameter fibrils, typically 35 to 700 A 
(0.0035 to 0.070m) and to an ordered, "as grown" 
graphitic surface. Fibrillar carbons of less perfect 
structure, but also without a pyrolytic carbon outer 
layer have also been grown. 

15 The fibrils, buckytubes and nanof ibers that are 

functionalized in this application are distinguishable 
from continuous carbon fibers commercially available as 
reinforcement materials. In contrast to fibrils, which 
have, desirably large, but unavoidably finite aspect 

20 ratios, continuous carbon fibers have aspect ratios (L/D) 
of at least 10 4 and often 10 6 or more. The diameter of 
continuous fibers is also far larger than that of 
fibrils, being always >1.0m and typically 5 to 7/». 

Continuous carbon fibers are made by the 

25 pyrolysis of organic precursor fibers, usually rayon, 
polyacrylonitrile (PAN) and pitch. Thus, they may 
include heteroatoms within their structure. The 
graphitic nature of "as made" continuous carbon fibers 
varies, but they may be subjected to a subsequent 

30 graphitization step. Differences in degree of 

graphitization, orientation and crystallinity of graphite 
planes, if they are present, the potential presence of 
heteroatoms and even the absolute difference in substrate 
diameter make experience with continuous fibers poor 

35 predictors of nanof iber chemistry. 

Tennent, U.S. Patent No. 4,663,230 describes 
carbon fibrils that are free of a continuous thermal 
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carbon overcoat and have multiple graphitic outer layers 
that are substantially parallel to the fibril axis. As 
such they may be characterized as having their c-axes , 
the axes which are perpendicular to the tangents of the 
5 curved layers of graphite, substantially perpendicular to 
their cylindrical axes. They generally have diameters no 
greater than 0.1 m and length to diameter ratios of at 
least 5. Desirably they are substantially free of a 
continuous thermal carbon overcoat, i.e., pyrolytically 

10 deposited carbon resulting from thermal cracking of the 
gas feed used to prepare them. 

Tennent, et al., US Patent No. 5,171,560, 
hereby incorporated by reference, describes carbon 
fibrils free of thermal overcoat and having graphitic 

15 layers substantially parallel to the fibril axes such 
that the projection of said layers on said fibril axes 
extends for a distance of at least two fibril diameters. 
Typically, such fibrils are substantially cylindrical, 
graphitic nanotubes of substantially constant diameter 

20 and comprise cylindrical graphitic sheets whose c-axes 
are substantially perpendicular to their cylindrical 
axis. They are substantially free of pyrolytically 
deposited carbon, have a diameter less than 0.1m and a 
length to diameter ratio of greater than 5. These 

25 fibrils are of primary interest in the invention. 

Further details regarding the formation of 
carbon fibril aggregates may be found in the disclosure 
of Snyder et al., U.S. Patent Application Serial No. 
149,573, filed January 28, 1988, and PCT Application No. 

30 US89/00322, filed January 28, 1989 ("Carbon Fibrils") WO 
89/07163, and Hoy et al., U.S. Patent Application Serial 
No. 413,837 filed September 28, 1989 and PCT Application 
No. US90/05498, filed September 27, 1990 ("Fibril 
Aggregates and Method of Making Same") WO 91/05089, all 

35 of which are assigned to the same assignee as the 

invention here and are hereby incorporated by reference. 
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Moy et al., USSN 07/887,307 filed May 22, 1992, 
hereby incorporated by reference, describes fibrils 
prepared as aggregates having various macroscopic 
morphologies (as determined by scanning electron 
5 microscopy) in which they are randomly entangled with 
each other to form entangled balls of fibrils resembling 
bird nests ("BN"); or as aggregates consisting of bundles 
of straight to slightly bent or kinked carbon fibrils 
having substantially the same relative orientation, and 

10 having the appearance of combed yarn ("CY") e.g., the 
longitudinal axis of each fibril (despite individual 
bends or kinks) extends in the same direction as that of 
the surrounding fibrils in the bundles; or, as, 
aggregates consisting of straight to slightly bent or 

15 kinked fibrils which are loosely entangled with each 
other to form an "open net" ("ON") structure. In open 
net structures the degree of fibril entanglement is 
greater than observed in the combed yarn aggregates (in 
which the individual fibrils have substantially the same 

20 relative orientation) but less than that of bird nests. 
CY and ON aggregates are more readily dispersed than BN 
making them useful in composite fabrication where uniform 
properties throughout the structure are desired. 

When the projection of the graphitic layers on 

25 the fibril axis extends for a distance of less than two 
fibril diameters, the carbon planes of the graphitic 
nanofiber, in cross section, take on a herring bone 
appearance. These are termed fishbone fibrils. Geus, 
U.S. Patent No. 4,855,091, hereby incorporated by 

30 reference, provides a procedure for preparation of 
fishbone fibrils substantially free of a pyrolytic 
overcoat. These fibrils are also useful in the practice 
of the invention. 

Carbon nanotubes of a morphology similar to the 

35 catalytically grown fibrils described above have been 
grown in a high temperature carbon arc (lijima, Nature 
354 56 1991) . It is now generally accepted (Weaver, 
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Science 2£5 1994) that these arc-grown nanofibers have 
the same morphology as the earlier catalytically grown 
fibrils of Tennent. Arc grown carbon nanofibers are also 
useful in the invention. 
5 McCarthy et al., U.S. Patent Application Serial 

No. 351,967 filed May 15, 1989, hereby incorporated by 
reference, describes processes for oxidizing the surface 
of carbon fibrils that include contacting the fibrils 
with an oxidizing agent that includes sulfuric acid 
10 (H 2 S0 4 ) and potassium chlorate (KC10 3 ) under reaction 
conditions (e.g., time, temperature, and pressure) 
sufficient to oxidize the surface of the fibril. The 
fibrils oxidized according to the processes of McCarthy, 
et al. are non-uniformly oxidized, that is, the carbon 
15 atoms are substituted with a mixture of car boxy 1, 

aldehyde, ketone, phenolic and other carbonyl groups. 

Fibrils have also been oxidized non-uniformly 
by treatment with nitric acid. International Application 
PCT/US94/ 10168 discloses the formation of oxidized 
20 fibrils containing a mixture of functional groups. 

Hoogenvaad, M.S., et al. ("Metal Catalysts supported on a 
Novel Carbon Support", Presented at Sixth International 
Conference on Scientific Basis for the Preparation of 
Heterogeneous Catalysts, Brussels, Belgium, September 
25 1994) also found it beneficial in the preparation of 
f ibri 1 -supported precious metals to first oxidize the 
fibril surface with nitric acid. Such pretreatment with 
acid is a standard step in the preparation of carbon- 
supported noble metal catalysts, where, given the usual 
30 sources of such carbon, it serves as much to clean the 
surface of undesirable materials as to functional ize it. 

In published work, McCarthy and Bening (Polymer 
Preprints ACS Div. of Polymer Chem. 3£ (1)420(1990)) 
prepared derivatives of oxidized fibrils in order to 
35 demonstrate that the surface comprised a variety of 
oxidized groups. The compounds they prepared, 
phenylhydrazones, haloaromaticesters , thallous salts, 
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etc., were selected because of their analytical utility, 
being, for example, brightly colored, or exhibiting some 
other strong and easily identified and differentiated 
signal. These compounds were not isolated and are, 
unlike the derivatives described herein, of no practical 
significance. 

While many uses have been found for carbon 
fibrils and aggregates of carbon fibrils, as described in 
the patents and patent applications referred to above, 
many different and important uses may be developed if the 
fibril surfaces are functionalized. Functionalization, 
either uniformly or non-unif ormly, permits interaction of 
the functionalized fibrils with various substrates to 
form unique compositions of matter with unique properties 
and permits fibril structures to be created based on 
linkages between the functional sites on the fibrils' 
surfaces. 

Sanaa °* m xmvemtioh 

It is therefore a primary object of this 
invention to provide functionalized fibrils, i.e. fibrils 
whose surfaces are uniformly or non-uniformly modified so 
as to have a functional chemical moiety associated 
therewith. 

It is a further and related object of this 
invention to provide fibrils whose surfaces are 
functionalized by reaction with oxidizing or other 
chemical media. 

It is a further and related object of this 
invention to provide fibrils whose surfaces are uniformly 
modified either by chemical reaction or by physical 
absorption of species which themselves have a chemical 
reactivity. 

It is a further object to provide fibrils whose 
surfaces have been modified e.g. by oxidation which are 
then further modified by reaction with functional groups. 

It is still a further and related object of 
this invention to provide fibrils whose surfaces are 
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modified with a spectrum of functional groups so that the 
fibrils can be chemically reacted or physically bonded to 
chemical groups in a variety of substrates. 

It is still the further and related object of 
5 this invention to provide complex structures of fibrils 
by linking functional groups on the fibrils with one 
another by a range of linker chemistries. 

It is still a further and related object of 
this invention to provide methods for chemical 
10 modification of fibril surfaces and methods for 

physically absorbing species on the surfaces of fibrils 
so as to provide, in each case, a functional moiety 
associated with the surface of the fibril. 

It is yet a further object of this invention to 
15 provide nev compositions of matter based upon the 
functionalized fibrils. 

DETAILED DESCRIPTION OF THE INVENTION 

These and other objects of the invention are 
achieved in compositions which broadly have the formula 
20 [Cn!^^ 

where n is an integer, L is a number less than 
O.ln, m is a number less than 0.5n, 

each of R is the same and is selected from 
S0 3 H, COOH, NH 2 , OH, CH0, CN, C0C1, halide, COSH, SH, 
25 COOR', SR', SiR' 3 , Si-fOR^yR'a^, Si«0-SiR' 2 *OR' , R", Li, 
A1R' 2 , Hg-X, T1Z 2 and Mg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl or aralkyl, 
R" is fluoroalkyl, fluoroaryl, 
30 fluorocycloalkyl, fluoroaralkyl or cycloaryl, 
X is halide, and 

Z is carboxylate or trif luoroacetate. 
The carbon atoms, C n , are surface carbons of a 
substantially cylindrical, graphitic nanotube of 
35 substantially constant diameter. The nanotubes include 
those having a length to diameter ratio of greater than 5 
and a diameter of less than 0.5/*, preferably less than 
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0.1m. The nanotubes can also be substantially 
cylindrical, graphitic nanotubes which are substantially 
free of pyrolytically deposited carbon, more preferably 
those characterized by having a projection of the 
5 graphite layers on the fibril axis which extends for a 
distance of at least two fibril diameters and/or those 
having cylindrical graphitic sheets whose c-axes are 
substantially perpendicular to their cylindrical axis. 
These compositions are uniform in that each of R is the 
10 same. 

Non-unif ormly substituted nanotubes are also 
prepared. These include compositions of the formula 

where h, L, m, R and the nanotube itself are as defined 
15 above, provided that each of R does not contain oxygen, 
or, if each of R is an oxygen-containing group COOH is 
not present. 

Functionalized nanotubes having the formula 
[C n H L * X* 

20 where n, L, m, R and R' have the same meaning as above 
and the carbon atoms are surface carbon atoms of a 
fishbone fibril having a length to diameter ratio greater 
than 5, are also included within the invention. These 
may be uniformly or non-unif ormly substituted. 

25 Preferably, the nanotubes are free of thermal overcoat 
and have diameters less than 0.5m* 

Also included in the invention are 
functionalized nanotubes having the formula 

[<VWR'-R] n 

30 where n, L, m, R' and R have the same meaning as above. 
The carbon atoms, C n , are surface carbons of a 
substantially cylindrical, graphitic nanotube of 
substantially constant diameter. The nanotubes have a 
length to diameter ratio of greater than 5 and a diameter 

35 of less than 0.5m, preferably less than 0.1m« The 

nanotubes may be nanotubes which are substantially free 
of pyrolytically deposited carbon. More preferably, the 
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nanotubes are those in which the projection of the 
graphite layers on the fibril axes extends for a distance 
of at least two fibril diameters and/or those having 
cylindrical graphitic sheets whose c-axes are 
5 substantially perpendicular to their cylindrical axis. 

In both uniformly and non-unif ormly substituted 
nanotubes, the surface atoms C n are reacted. Most carbon 
atoms in the surface layer of a graphitic fibril, as in 
graphite, are basal plane carbons. Basal plane carbons 

10 are relatively inert to chemical attack. At defect 

sites, where, for example, the graphitic plane fails to 
extend fully around the fibril, there are carbon atoms 
analogous to the edge carbon atoms of a graphite plane 
(See Urry, Elementary Equilibrium Chemistry of Carbon, 

15 Wiley, New York 1989.) for a discussion of edge and basal 
plane carbons) . 

At defect sites, edge or basal plane carbons of 
lower, interior layers of the nanotube may be exposed. 
The term surface carbon includes all the carbons, basal 

20 plane and edge, of the outermost layer of the nanotube, 
as well as carbons, both basal plane and/or edge, of 
lower layers that may be exposed at defect sites of the 
outermost layer. The edge carbons are reactive and must 
contain some heteroatom or group to satisfy carbon 

25 valency. 

The substituted nanotubes described above may 
advantageously be further functionalized. Such 
compositions include compositions of the formula 

[CnH L * A a 

30 where the carbons are surface carbons of a nanotube, n, L 
and m are as described above, 
A is selected from 

O 0 0 0 

II II 

35 OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N=Y or 

C=Y, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
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an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CH, R'X, R'SiR' 3 , R'Si-fOR'JyR'a-y, R'Si«0- 
5 SiR' 2 *OR', R'-R", R'-N-CO, (C 2 H 4 0*^, -^HgOf^H, -fC 2 H 4 0) w - 
R', (C 3 H 6 0) w -R' and R', and 

v is an integer greater than one and less than 

200. 

The carbon atoms, C n , are surface carbons of a 

10 substantially cylindrical, graphitic nanotube of 

substantially constant diameter. The nanotubes include 
those having a length to diameter ratio of greater than 5 
and a diameter of less than 0.1m, preferably less than 
0.05m. The nanotubes can also be substantially 

15 cylindrical, graphitic nanotubes which are substantially 
free of pyrolytically deposited carbon. More preferably 
they are characterized by having a projection of the 
graphite layers on the fibril axes which extends for a 
distance of at least two fibril diameters and/ or they are 

20 comprised of cylindrical graphitic sheets whose c-axes 
are substantially perpendicular to their cylindrical 
axes. Preferably, the nanotubes are free of thermal 
overcoat and have diameters less than 0.5m. 

The functional nanotubes of structure 

25 [CyitHR'-R]. 

may also be functionalized to produce compositions having 
the formula 

[CnRVHR'-Aln 

where n, L, m, R' and A are as defined above. The carbon 
30 atoms, C^, are surface carbons of a substantially 

cylindrical, graphitic nanotube of substantially constant 
diameter. The nanotubes include those having a length to 
diameter ratio of greater than 5 and a diameter of less 
than 0.5m, preferably less than 0.1m. The nanotubes can 
35 also be substantially cylindrical, graphitic nanotubes 
which are substantially free of pyrolytically deposited 
carbon. More preferably they are characterized by having 
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a projection of the graphite layers on the fibril axes 
which extends for a distance of at least two fibril 
di ame ters and/or by having cylindrical graphitic sheets 
whose c-axes are substantially perpendicular to their 
5 cylindrical axis* Preferably, the nanotubes are free of 
thermal overcoat and have diameters less than 0.5m. 

The compositions of the invention also include 
nanotubes upon which certain cyclic compounds are 
adsorbed. These include compositions of matter of the 
10 formula 

[CaH^CX-RJ* 

where n is an integer , L is a number less than O.ln, m is 
less than 0.5n, a is zero or a number less than 10, X is 
a polynuclear aromatic, polyheteronuclear aromatic or 

15 metallopolyheteronuclear aromatic moiety and R is as 

recited above. The carbon atoms, C n , are surface carbons 
of a substantially cylindrical, graphitic nanotube of 
substantially constant diameter. The nanotubes include 
those having a length to diameter ratio of greater than 5 

20 and a diameter of less than 0.5m, preferably less than 
0.1m. The nanotubes can also be substantially 
cylindrical, graphitic nanotubes which are substantially 
free of pyrolytically deposited carbon and more 
preferably those characterized by having a projection of 

25 the graphite layers on said fibril axes which extend for 
a distance of at least two fibril diameters and/or those 
having cylindrical graphitic sheets whose c-axes are 
substantially perpendicular to their cylindrical axes. 
Preferably, the nanotubes are free of thermal overcoat 

30 and have diameters less than 0.5m. 

Preferred cyclic compounds are planar 
macrocycles as described on p. 76 of Cotton and 
Wilkinson, Advanced Organic Chemistry. More preferred 
cyclic compounds for adsorption are porphyrins and 

35 phthalocyanines. 
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The adsorbed cyclic compounds may be 
functionalized. Such compositions include compounds of 
the formula 

tC n H It +[X-A a ] n 

5 where m, n, L, a, X and A are as defined above and the 
carbons are surface carbons of a substantially 
cylindrical graphitic nanotube as described above* 

The carbon fibrils functionalized as described 
above may be incorporated in a matrix. Preferably, the 

10 matrix is an organic polymer (e.g. , a thermoset resin 
such as epoxy, bismaleimide, polyamide, or polyester 
resin; a thermoplastic resin; a reaction injection molded 
resin; or an elastomer such as natural rubber, styrene- 
butadiene rubber, or cis-l,4-polybutadiene) ; an inorganic 

15 polymer (e.g., a polymeric inorganic oxide such as 
glass), a metal (e.g., lead or copper), or a ceramic 
material (e.g., Portland cement). 

Without being bound to a particular theory, the 
functionalized fibrils are better dispersed into polymer 

20 systems because the modified surface properties are more 
compatible with the polymer, or, because the modified 
functional groups (particularly hydroxyl or amine groups) 
are bonded directly to the polymer as terminal groups. 
In this way, polymer systems such as polycarbonates, 

25 polyurethanes, polyesters or polyamides/imides bond 
directly to the fibrils making the fibrils easier to 
disperse with improved adherence. 

The invention is also in methods of introducing 
functional groups onto the surface of carbon fibrils by 

30 contacting carbon fibrils with a strong oxidizing agent 
for a period of time sufficient to oxidize the surface of 
said fibrils and further contacting said fibrils with a 
reactant suitable for adding a functional group to the 
oxidized surface. In a preferred embodiment of the 

35 invention, the oxidizing agent is comprised of a solution 
of an alkali metal chlorate in a strong acid. In other 
embodiments of the invention the alkali metal chlorate is 
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sodium chlorate or potassium chlorate. In preferred 
embodiments the strong acid used is sulfuric acid. 
Periods of time stiff icient for oxidation are from about 
0.5 hours to about 24 hours. 
5 The invention is also in methods for producing 

a network of carbon fibrils comprising contacting carbon 
fibrils with an oxidizing agent for a period of time 
sufficient to oxidize the surface of the carbon fibrils, 
contacting the surface-oxidized carbon fibrils with 
10 reactant suitable for adding a functional group to the 
surface of the carbon fibrils, and further contacting the 
surface-functionalized fibrils with a cross-linking agent 
effective for producing a network of carbon fibrils. A 
preferred cross-linking agent is a polyol, polyamine or 
15 polycarboxylic acid. 

Functionalized fibrils also are useful for 
preparing rigid networks of fibrils. A well-dispersed, 
three-dimensional network of acid-functionalized fibrils 
may, for example, be stabilized by cross-linking the acid 
20 groups (inter-fibril) with polyols or polyamines to form 
a rigid network. 

The invention also includes three-dimensional 
networks formed by linking functionalized fibrils of the 
invention. These complexes include at least two 
25 functionalized fibrils linked by one or more linkers 
comprising a direct bond or chemical moiety. These 
networks comprise porous media of remarkably uniform 
equivalent pore size. They are useful as adsorbents, 
catalyst supports and separation media. 
30 Although the interstices between these fibrils 

are irregular in both size and shape, they can be thought 
of as pores and characterized by the methods used to 
characterize porous media. The size of the interstices 
in such networks can be controlled by the concentration 
35 and level of dispersion of fibrils, and the concentration 
and chain lengths of the cross-linking agents. Such 
materials can act as structured catalyst supports and may 



WO 96/18059 



FC17US95/161S9 



14 

be tailored to exclude or include molecules of a certain 
size. Aside from conventional industrial catalysis, they 
have special applications as large pore supports for 
biocatalysts. 

5 The rigid networks can also serve as the 

backbone in biomimetic systems for molecular recognition. 
Such systems have been described in US Patent Ho. 
5,110,833 and International Patent Publication Ho. 
W093/ 19844. The appropriate choices for cross-linkers 
10 and complexing agents allow for stabilization of specific 
molecular frameworks. 

METHODS OF VnKGTlOMMiI ZINQ FIBRILS 

The uniformly functionalized fibrils of the 
invention can be directly prepared by sulfonation, 

15 electrophilic addition to deoxygenated fibril surfaces or 
meta llation. When arc grown nanofibers are used, they 
may require extensive purification prior to 
functionalization. Ebbesen et al. (Hature 2S1 519 
(1994)) give a procedure for such purification. 

20 Preferably, the carbon fibrils are processed 

prior to contacting them with the functionalizing agent. 
Such processing may include dispersing the fibrils in a 
solvent. In some instances the carbon fibrils may then 
be filtered and dried prior to further contact. 

25 i. BnmanpfiB 

Background techniques are described in March, 
J.P., Advanced Organic Chemistry, 3rd Ed. Wiley, Hew York 
1985 j House, H. , Modern Synthetic Reactions, 2nd Sd., 
Benjamin/ Cummings, Menlo Park, CA 1972, 

30 Activated C-H (including aromatic C-H) bonds 

can be sulfonated using fuming sulfuric acid (oleum), 
which is a solution of cone, sulfuric acid containing up 
to 20% S0 3 . The conventional method is yla liquid phase 
at T-80°C using oleum; however, activated C-H bonds can 

35 also be sulfonated using S0 3 in inert, aprotic solvents, 
or S0 3 in the vapor phase. The reaction is: 
-C-H + S0 3 > -C-SO3H 
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Over-reaction results in formation of sulfones, according 
to the reaction: 

2 -C-H + S0 3 > -C-S0 2 -C- + H 2 0 

5 Activation of C-H Bonds Using Sulfuric Acid 

Reactions were carried out in the gas phase and 
in solution without any significant difference in 
results. The vapor phase reaction was carried out in a 
horizontal quartz tube reactor heated by a Lindberg 
10 furnace. A multi-neck flask containing 20% S0 3 in cone. 
H 2 S0 4 fitted with gas inlet/outlet tubes was used as the 
S0 3 Source. 

A weighed sample of fibrils (BN or CC) in a 
porcelain boat was placed in the 1" tube fitted with a 

15 gas inlet; the outlet was connected to a cone. H 2 S0 4 

bubbler trap. Argon was flushed through the reactor for 
20 min to remove all air, and the sample was heated to 
300°C for 1 hour to remove residual moisture. After 
drying, the temperature was adjusted to reaction 

20 temperature under argon. 

When the desired temperature was stabilized, 
the S0 3 source was connected to the reactor tube and an 
argon stream was used to carry S0 3 vapors into the quartz 
tube reactor. Reaction was carried out for the desired 

25 time at the desired temperature, after which the reactor 
was cooled under flowing argon. The fibrils were then 
dried at 90°C at 5" Hg vacuum to obtain the dry weight 
gain. Sulfonic acid (-S0 3 H) content was determined by 
reaction with 0.100M NaOH and back-titration with 0.100M 

30 HC1 using pB 6.0 as the end point. 

The liquid phase reaction was carried out in 
cone, sulfuric acid containing 20% S0 3 in a multi-neck 
100 cc flask fitted with a thermometer/temperature 
controller and a magnetic stirrer. A fibril slurry in 

35 cone. H 2 S0 4 (50) was placed in the flask. The oleum 

solution (20 cc) was preheated to -60°C before addition 
to the reactor. After reaction, the acid slurry was 
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poured onto cracked ice, and diluted immediately with 1 1 
Dl water. The solids were filtered and washed 
ex haustively with DI water until there was no change in 
pH of the wash effluent. Pibrils were dried at 100«C at 
5 5» Bg vacuum. Due to transfer losses on filtration, 

accurate weight gains could not be obtained. Results are 
listed in Table 1. 

TABLE I 

10 Summary of Reactions 



SAMPLE PIBRXL DRY Wt S0 3 H CONC 



EX. 
1A 


ROT.* 
118-60A 


REACT 
Vap 


Wt«q 
0.20 


TYPE 


T°C 
110 


TIME 
15 m 


GAJN 


neq/q 


CY 


9.3% 


0.50 


IB 


118-61A 


Vap 


0.20 


BN 


100 


30 m 


8.5% 


0.31 


1C 


118-61B 


Vap 


0.20 


BN 


65 


15 m 


4.2% 


0.45 


ID 


118-56A 


Liq 


1.2 


CY 


50 


10 m 




0.33 


IE 


118-56B 


Liq 


1.0 


CY 


25 


20 m 




0.40 



There was no significant difference in sulfonic 
acid content by reaction in the vapor phase or liquid 
20 phase. There was a temperature effect. Bigher 
temperature of reaction (vapor phase) gives higher 
amounts of sulfones. In 118-61B, the 4.2% wt gain agreed 
with the sulfonic acid content (theoretical was 0.51 
neq/g) . Runs 60A and 61A had too high a wt gain to be 
25 accounted for solely by sulfonic acid content. It was 
therefore assumed that appreciable amounts of sulfones 
were also made. 

a. mfflg ffl M to oxide-free FIBRIL SBSOSSa 
Background techniques are described in Urry, 
30 G., Elementary Equilibrium Chemistry of Carbon, Wiley, 

Hew York 1989. 

The surface carbons in fibrils behave like 
graphite, i.e., they are arranged in hexagonal sheets 
containing both basal plane and edge carbons. While 
35 basal plane carbons are relatively inert to chemical 
attack, edge carbons are reactive and must contain some 
heteroatom or group to satisfy carbon valency. Pibrils 
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also have surface defect sites which are basically edge 
carbons and contain heteroatoms or groups. 

The most common heteroatoms attached to surface 
carbons of fibrils are hydrogen, the predominant gaseous 
5 component during manufacture; oxygen, due to its high 
reactivity and because traces vt it are very difficult to 
avoid; and H 2 0, which is always present due to the 
catalyst. Pyrolysis at ~1000°C in a vacuum will 
deoxygenate the surface in a complex reaction with 

10 unknown mechanism, but with known stoichiometry . The 
products are CO and C0 2 , in a 2:1 ratio. The resulting 
fibril surface contains radicals in a 02-04 alignment 
which are very reactive to activated olefins. The 
surface is stable in a vacuum or in the presence of an 

15 inert gas, but retains its high reactivity until exposed 
to a reactive gas. Thus, fibrils can be pyrolized at 
-1000 °C in vacuum or inert atmosphere, cooled under these 
same conditions and reacted with an appropriate molecule 
at lower temperature to give a stable functional group. 

20 Typical examples are: 

1000*0 

Fibril-O > Reactive Fibril Surface (RFS) + 2 

CO + co 2 

followed by: 
25 1000°C 

RFS + CH 2 -GHCOX > Fibril-R' COX X— OH,-Cl,-NH 2 ,- 

H 

RFS + Maleic anhydride > Fibril-R' (C00H) 2 

RFS + Cyanogen > Fibril-CN 

30 RFS + CH 2 «CH-CH 2 X > Fibril-R'CH 2 X X«-NH 2 ,-OH, - 

Halogen, 

RFS + H 2 0 ■ > Fibril-O (quinoidal) 

RFS + CH 2 «CHCH0 > Fibril-R' CHO (aldehydic) 

RFS + CH 2 «CH-CN > Fibril-R' CN 

35 

where R' is a hydrocarbon radical (alkyl, cycloalkyl, 
etc.) 
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Preparation of Funotionalised Fibrils by Reacting 
Acrylic Acid with Oxide-Free Fibril Surfaces 

One gram of BN fibrils in a porcelain boat is 
placed in a horizontal 1" quartz tube fitted with a 
5 thermocouple and situated in a Lindberg tube furnace. 
The ends are fitted with a gas inlet /out lets. The tube 
is purged with dry, deoxygenated argon for 10 minutes, 
after which the temperature of the furnace is raised to 
300°C and held for 30 minutes. Thereafter, under a 

10 continued flow of argon, the temperature is raised in 
100°C increments to 1000°C, and held there for 16 hours. 
At the end of that time, the tube is cooled to room 
temperature (RP) under flowing argon. The flow of argon 
is then shunted to pass through a multi-neck flask 

15 containing neat purified acrylic acid at 50°C and fitted 
with gas inlet/outlets. The flow of acrylic acid/ argon 
vapors is continued at ST for 6 hours. At the end of 
that time, residual unreacted acrylic acid is removed, 
first by purging with argon, then by vacuum drying at 

20 100°C at <5" vacuum. The carboxylic acid content is 

determined by reaction with excess 0.100N NaOH and back- 
titrating with 0.100N HC1 to an endpoint at pH 7.5. 

mnuLi 

Preparation of Funotionaliied Fibrils by Reacting 
25 Aerylio Acid with Oxide-Free Fibril Surfaces 

The procedure is repeated in a similar manner 
to the above procedure, except that the pyrolysis and 
cool-down are carried out at 10~* Torr vacuum. Purified 
acrylic acid vapors are diluted with argon as in the 
30 previous procedure. 

Preparation of Functionalised Fibrils by Reacting 
Maleio Aoid with oxide-Free Fibril surfaces 

The procedure is repeated as in Ex.2, except 
35 that the reactant at RT is purified maleic anhydride 
(MAN) which is fed to the reactor by passing argon gas 
through a molten HAN bath at 80°C. 
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Preparation of Funotionalised Fibrils by Reacting 
Acryloyl Chloride with Oxide-Free Fibril Surfaces 

The procedure is repeated as in Ex.2, except 
5 that the reactant at RT is purified acryloyl chloride, 
which is fed to the reactor by passing argon over neat 
acryloyl chloride at 25»C. Acid chloride content is 
determined by reaction with excess 0.100N NaOH and back- 
titration with 0.100N HC1. 

10 Pyrolysis of fibrils in vacuum deoxygenates the 

fibril surface. In a TGA apparatus, pyrolysis at 1000 *C 
either in vacuum or in a purified Ar flow gives an 
average wt loss of 3% for 3 samples of BN fibrils. Gas 
chromatographic analyses detected only CO and C0 2 , in 

15 -2:1 ratio, respectively. The resulting surface is very 
reactive and activated olefins such as acrylic acid, 
acryloyl chloride, acrylamide, acrolein, maleic 
anhydride, allyl amine, allyl alcohol or allyl halides 
will react even at room temperature to form clean 

20 products containing only that functionality bonded to the 
activated olefin. Thus, surfaces containing only 
carboxylic acids are available by reaction with acrylic 
acid or maleic anhydride; surf only acid chloride by 
reaction with acryloyl chloride; only aldehyde from 

25 acrolein; only hydroxy 1 from allyl alcohol; only amine 
from allyl amine, and- only halide from allyl halide. 

2j MEX&UUUCIgH 

Background techniques are given in March, Advanced 
Organic Chemistry. 3rd ed., p 545 

30 Aromatic C-H bonds can be metal la ted with a 

variety of organometalllc reagents to produce carbon* 
metal bonds (C-M) . M is usually Li, Be, Mg, Al, or Tl; 
however, other metals can also be used. The simplest 
reaction is by direct displacement of hydrogen in 

35 activated aromatics: 

1. Fibril-H + R-Li > Fibril-Li + RH 
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The reaction may require additionally, a strong 
base, such as potassium t-butoxide or chelating diamines. 
Aprotic solvents are necessary (paraffins, benzene) . 

2. Pibril-H + A1R 3 > Fibril-AlRj + RH 

5 3. Pibril-H + T1(TPA) 3 > Pibril-T1(TPA) 2 + 

HTFA 

TFA«Trifluoroacetate HTFA=Trif luoroacetic 

acid 

The metal lated derivatives are examples of 
10 primary singly-functionalized fibrils. However, they can 
be reacted further to give other primary singly- 
functionalized fibrils. Some reactions can be carried 
out sequentially in the same apparatus without isolation 
of intermediates. 
15 4. Pibril-M + 0 2 > Fibril-OH + MO M- Li, 

Al 

H* . 
Pibril-M + S > Pibril-SH + M* 

20 Pibril-M + X 2 > Pibril-X + MX 

X«Halogen 

catalyst 

Pibril-M + CH 3 ONH 2 .HCl > Pibril-HH 2 + 

25 MOCH, 

ether 
catalyst 

30 Fibril-Tl (TFA) 2 + HaOH > Fibril-OH 

catalyst 

Fibril-Tl (TFA) 2 + NH 3 0H > Pibril-NH 2 + 

35 HTFA 

Fibril-Tl (TFA) 2 + a <3» KCN > Fibril-CN + 

T1TFA +KTPA 

40 

Fibril-CN + H 2 > Fibril-CH2-NH 2 



45 
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EXAMPLE 6 

Preparation of ribril-Li 

One gram of CC fibrils is placed in a porcelain 
boat and inserted into a 1" quartz tube reactor which is 
5 enclosed in a Lindberg tube furnace. The ends of the 
tube are fitted with gas inlet/ outlets. Under continuous 
flow of H 2 , the fibrils are heated to 700°C for 2 hours 
to convert any surface oxygenates to C-H bonds. The 
reactor is then cooled to RT under flowing H 2 . 

10 The hydrogenated fibrils are transferred with 

dry, de-oxygenated heptane (with LiAlH 4 ) to a 1 liter 
multi-neck round bottom flask equipped with a purified 
argon purging system to remove all air and maintain an 
inert atmosphere, a condenser, a magnetic stirrer and 

15 rubber septum through which liquids can be added by a 
syringe. Under an argon atmosphere a 2% solution 
containing 5 mmol butyllithium in heptane is added by 
syringe and the slurry stirred under gentle reflux for 4 
hours. At the end of that time, the fibrils are 

20 separated by gravity filtration in an argon atmosphere 
glove box and washed several times on the filter with 
dry, deoxygenated heptane. Fibrils are transferred to a 
50 cc r.b. flask fitted with a stopcock and dried under 
10~* torr vacuum at 50°C. The lithium concentration is 

25 determined by reaction of a sample of fibrils with excess 
0.100N HC1 in DZ water and back-titration with 0.100N 
NaOH to an endpoint at pH 5.0. 

mMPM 7 
Preparation of »ibril-Tl(TFA) 2 

30 One gram of CC fibrils are hydrogenated as in 

Ex. 5 and loaded into the multi-neck flask with BTFA 
which has been degassed by repeated purging with dry 
argon. A 5% solution of 5 mmol T1(TFA) 3 in BTFA is added 
to the flask through the rubber septum and the slurry is 

35 stirred at gentle reflux for 6 hours. After reaction, 
the fibrils are collected and dried as in Ex. 1. 

Mfftfff M a 
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Preparation of Fibril-OB 
(Oxygenated darivativa containing only OH 
fnnotionalisation) 
One half g of lithiated fibrils prepared in 
5 Ex. 6 are transferred with dry, deoxygenated heptane in 
an argon-atmosphere glove bag to a 50 cc single neck 
flask fitted with a stopcock and magnetic stirring bar. 
The flask is removed from the glove bag and stirred on a 
magnetic stirrer. The stopcock is then opened to the air 
10 and the slurry stirred for 24 hours. At the end of that 
time, the fibrils are separated by filtration and washed 
with aqueous MeOH, and dried at 50°C at 5" vacuum. The 
concentration of OH groups is determined by reaction with 
a standardized solution of acetic anhydride in dioxane 
15 (0.252 M) at 80 °C to convert the OH groups to acetate 
esters, in so doing, releasing 1 equivalent of acetic 
acid/mole of anhydride reacted. The total acid content, 
free acetic acid and unreacted acetic anhydride, is 
determined by titration with 0.100N NaOH to an endpoint 
20 at pH 7.5. 

mural 9 

Preparation of Pibril-HH 2 
One gram of thallated fibrils is prepared as in 
Ex. 7. The fibrils are slurried in dioxane and 0.5 g 
25 triphenyl phosphine dissolved in dioxane is added. The 
slurry is stirred at 50 °C for several minutes, followed 
by addition at 50 °C of gaseous ammonia for 30 min. The 
fibrils are then separated by filtration, washed in 
dioxane, then DI water and dried at 80 °C at 5" vacuum. 
30 The amine concentration is determined by reaction with 
excess acetic anhydride and back-titration of free acetic 
acid and unreacted anhydride with 0.100N NaOH. 
4. DERIVATIHED POLYHU CLEAR AROMATIC, POLYHETEROHDCLEAR 

AROMATIC AH D PIAMAR MACROCYCLIC COKPOUHPB 

35 The graphitic surfaces of fibrils allow for 

physical adsorption of aromatic compounds. The 
attraction is through van der Haals forces. These forces 
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are considerable between multi-ring heteronuclear 
aromatic compounds and the basal plane carbons of 
graphitic surfaces. Desorption may occur under 
conditions where competitive surface adsorption is 
5 possible or where the adsorbate has high solubility. 

Adsorption of Porphyrins and ph tha locyanines onto fibrils 

The preferred compounds for physical adsorption 
on fibrils are derivatized porphyrins or phthalocyanines 

10 which are known to adsorb strongly on graphite or carbon 
blacks. Several compounds are available, e.g., a 
tetracarboxylic acid porphyrin, cobalt (II) 
phthalocyanine or dilithium phthalocyanine. The latter 
two can be derivatized to a car boxy lie acid form. 

15 The loading capacity of the porphyrin or 

phthalocyanines can be determined by decoloration of 
solutions when they are added incrementally. The deep 
colors of the solutions (deep pink for the 
tetracarboxylic acid porphyrin in NeOH, dark blue-green 

20 for the Co (II) or the dilithium phthalocyanine in acetone 
or pyridine) are discharged as the molecules are removed 
by adsorption onto the black surface of the fibrils. 

Loading capacities were estimated by this 
method and the footprints of the derivatives were 

25 calculated from their approximate measurements (-140 sg. 
Angstroms). For an average surface area for fibrils of 
250 x^/g, maximum loading will be -0.3 mmol/g. 

The tetracarboxylic acid porphyrin was analyzed 
by titration. The integrity of the adsorption was tested 

30 by color release in aqueous systems at ambient and 
elevated temperatures. 

The fibril slurries were initially mixed 
(Waring blender) and stirred during loading. Some of the 
slurries were ultra-sounded after color was no longer 

35 discharged, but with no effect. 

After loading. Runs 169-11, -12, -14 and -19-1 
(see Table II) were washed in the same solvent to remove 
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occluded pigment. All gave a continuous faint tint in 
the wash effluent, so it was difficult to determine the 
saturation point precisely. Runs 168-18 and -19-2 used 
the calculated amounts of pigment for loading and were 
5 washed only very lightly after loading. 

The tetracarboxy lie acid porphyrin (from 
acetone) and the Co phthalocyanine (from pyridine) were 
loaded onto fibrils for further characterization (Runs 
169-18 and -19-2, respectively). 

10 Analysis of Tatracarhoyvl 1c Acid Porphyrin 

Addition of excess base (pH 11-12) caused an 
immediate pink coloration in the titrating slurry. While 
this did not interfere with the titration, it showed that 
at high pB, porphyrin desorbed. The carboxylic acid 

15 concentration was determined by back titration of excess 
NaOH using Ph 7.5 as end-point. The titration gave a 
loading of 1.10 meq/g of acid, equivalent to 0.275 meg/g 
porphyrin. 

AjaJLyaifl of coba lt or DiH*hima Phthalocvanine 

20 The concentrations of these adsorb* tes were 

estimated from decoloration experiments only. The point 
where the blue-green tint did not fade after 30 min was 
taken as the saturation-point. 

A number of substituted polynuclear aromatic or 

25 polyheteronuclear aromatic compounds were adsorbed on 
fibril surfaces. For -adhesion, the number of aromatic 
rings should be greater than two per rings/pendant 
functional group. Thus, substituted anthracenes, 
phenanthrenes, etc., containing three fused rings, or 

30 polyfuntional derivatives containing four or more fused 
rings can be used in place of the porphyrin or 
phthalocayanine derivatives. Likewise, substituted 
aromatic heterocycles such as the guinolines, or multiply 
substituted heteroaromatics containing four or more rings 

35 can be used. 



* 
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Table II summarizes the results of the loading 
experiments for the three porphyrin/phthalocyanine 
derivatives. 

5 Bum* i J of Adsorption Buna 





mm # 


Adsorbate 


Wgt • 
Pib.a 


flolv. 


Loadina 
a/a Form 


meq/g 

Titration 


10A 


169-11 


TCAPorph 


19.6 mg 


Acet 


0.16g/g 


Acid 


M 


10B 


169-12 


TCAPorph 


33.3 mg 




0.11 


Na Salt 


na 


IOC 


169-14 


DiLlPhth 


119.0 mg 


Acet 


0.170 


Li 


na 


10D 


169-19-1 


OoPhth 


250.0 mg 


Pyr 


0.187 


00 


0.335(cal) 


10B 


169-18 


TCAPorph 


1.00 g 


Acet 


0.205 


Acid 


1.10(T) 


lor 


169-19-2 


CoPhth 


1.40 g 


Pyr 


0.172 


Co 


0.303 (cal) 



15 TCAPorph-T«*tracarboxylic Acid Porphyrin 

(cal) -calculated 

DiLiPhth-Dilithiun Pbtbalocyanino (T) -Titration 

CoPhth-Cobalt (II) Phthalocyanin. 

ffi vmft* m °» WTTRTG * CIP o*ipatioh 
20 Literature on the oxidation of graphite by 

strong oxidants such as potassium chlorate in cone, 
sulfuric acid or nitric acid, includes R.N. Smith, 
Quarterly Review 13 . 287 (1959); M.J.D. Low, fllSEj BCYi 
$0, 267 (I960)). Generally, edge carbons (including 
25 defect sites) are attacked to give mixtures of carboxylic 
acids, phenols and other oxygenated groups. The 
mechanism is complex involving radical reactions. 

30 Preparation of Carboxylic Acid-Functional i«ed 

Fibrils using Chlorate. 

The sample of CC fibrils was slurried in cone. 
H 2 S0 4 by mixing with a spatula and then transferred to a 
reactor flask fitted with gas inlet/outlets and an 
35 overhead stirrer. With stirring and under a slow flow of 
argon, the charge of NaC10 3 was added in portions at RT 
over the duration of the run. Chlorine vapors were 
generated during the entire course of the run and were 
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swept out of the reactor into a aqueous NaOH trap. At 
the end of the run, the f ibril slurry was poured over 
cracked ice and vacuum filtered. The filter cake was 
then transferred to a Soxhlet thimble and washed in a 
5 Soxhlet extractor with DI water, exchanging fresh water 
every several hours. Washing was continued until a 
sample of fibrils, when added to fresh DI water, did not 
change the pH of the water. The fibrils were then 
separated by filtration and dried at 100°C at 5* vacuum 
10 overnight. 

The carboxylic acid content was determined by 
reacting a sample with excess 0.100N NaOH and back- 
titrating with 0.100 n HC1 to an endpoint at pH 7.5. The 
results are listed in the Table. 
15 JhSLB III 

of Direct Oxidation Suns 



Components, a Time 

20 Rec Acid, 

ex. ROM * Fib r-lls NaClOj ec HjSO, hours Wash Ph Wot 



11A 168-30 10.0 8.68 450 24 5.7 

25 10.0 0.78 

11B 168-36 12.0 13.9 600 24 5.9 

13.7 0.75 

30 mum 1? 

Preparation of Carboxylic Aeid-Punotionalised 
Fibrils using Hitrio moid. 

A weighed sample of fibrils was slurried with 
35 nitric acid of the appropriate strength in a bound bottom 
multi-neck indented reactor flask equipped with an 
overhead stirrer and a water condenser, with constant 
stirring, the temperature was adjusted and the reaction 
carried out for the specified time. Brown fumes were 
40 liberated shortly after the temperature exceeded 70 e C, 
regardless of acid strength. After the reaction, the 
slurry was poured onto cracked ice and diluted with DI 
water. The slurry was filtered and excess acid removed 
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by washing in a Soxhlet extractor, replacing the 
reservoir with fresh DI water every several hours, until 
a slurried sample gave no change in Ph from DI water. 
The fibrils were dried at 100°C at 5" vacuum overnight. 
5 A weighed portion of fibrils was reacted with standard 
0.100 N NaOB and the car boxy lie acid content determined 
by bacJc-titration with 0.100 N HCl. Surface oxygen 
content was determined by XPS. Dispersibility in water 
was tested at 0.1 wt% by mixing in a Waring Blender at 
10 high for 2 min. Results are summarized in Table 4. 

TABLB IV 
Smaxy of Direct Oxidation Runa 



15 


Disp 


COMPONENTS 
Gma. cc Acid 


Temp* 




wgt. 


COOH 


BSGA, at% 






Acid 


Cone. 


•<? 








C 9 - 


20 


*Q 

12A 
P 


1(BH) 


300 


70% 


RT 


24 hr 


0 


<0.1 


98 2 


25 


12B 
P 


1(BN) 


300 


15 


rflx 


48 


<5% 


<0.1 


not analysed 




12C 
0 


20(BN) 


1.0 1 


70 


rflx 


7 


25% 


0.8 


not analysed 


30 


120 
0 


48(BN) 


1.0 1 


70 


rflx 


7 


20% 


0.9 


not analysed 


















P-Poor; CGood 



35 «- B*eam>m pmirams of fuhctiowvlIZEP WBMIfP 
Car boxy lie Acid-functionalized Fibrils 

The number of secondary derivatives which can 
be prepared from just car boxy lie acid is essentially 
limitless. Alcohols or amines are easily linked to acid 

40 to give stable esters or amides. If the alcohol or amine 
is part of a di- or poly-functional molecule , then 
linkage through the 0- or NH- leaves the other 
functionalities as pendant groups. Typical examples of 
secondary reagents are: 
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10 



15 



20 



25 



30 



35 



GENERAL FORMULA 

HO-R, R=alkyl, aralkyl, 
aryl, fluoroethanol, 
polymer, SiR' 3 



PENDANT 
SBQSE 

R- 



H 2 N-R R-same as above R- 



Methanol, phenol, tri- 
fluorocarbon, OH-terminated 
Polyester, silanols 

Amines, anilines, 
fluorinated amines, 
silylamines, amine 
terminated polyamides 

Chlorosilanes 



Ethy leneglycol , PEG, Penta- 
erythritol, bis-Phenol A 



Ethylenediamine, polyethyl- 
eneamines 



Polyamine amides, 
Mercaptoethanol 



40 



Cl-SiR 3 SiR 3 - 

HO-R-OH, R-alkyl, HO- 
ar alley 1, CH 2 0- 

H 2 N-R-NH 2 , R«alkyl, H 2 N- 
aralkyl 

X-R-Y, R=alkyl, etc; Y- 
X-OH or NH 2 ; Y-SH, CN, 
0=0 f CHO, alkene, 
alkyne, aromatic, 
heterocycles 

The reactions can be carried out using any of 
the methods developed for esterifying or aminating 
car boxy lie acids with alcohols or amines. Of these, the 
methods of H.A. Staab, Angev. Chem. Internat. Edit., (1) , 
351 (1962) using N,N'-carbonyl diimidazole (CDI) as the 
acylating agent for esters or amides, and of G.w. 
Anderson, et al., J. Amer. Chem. Soc. 86, 1839 (1964), 
using N-Hydroxysuccinimide (NHS) to activate carboxylic 
acids for amidation were used. 



Preparation of Secondary Derivatives of Punctionalised 
Fibrils 

N'-Carbonvl Diimidazole 

Clean, dry, aprotic solvents (e.g., toluene or 
dioxane) are required for this procedure. 
Stoichiometric amounts of reagents are sufficient. For 
esters, the carboxylic acid compound is reacted in an 
inert atmosphere (argon) in toluene with a stoichiometric 
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amount of CDI dissolved in toluene at R.T. for 2 hours. 
During this tine, co 2 is evolved. After two hours, the 
alcohol is added along with catalytic amounts of Na 
ethoxide and the reaction continued at 80 °C for 4 nr. 
5 For normal alcohols, the yields are quantitative. The 
reactions are: 

1. R-COOH + Im-CO-Im > R-CO-Im + Him + CO a , 

Im-Imidazolide , 

Him* 3 Imidazole 

10 

NaOBt 

2. R-CO-Im + R'OH >R-C0-OR' + Him 

Amidation of amines occurs uncatalyzed at RT. 
15 The first step in the procedure is the same. After 

evolution of C0 2 , a stoichiometric amount of amine is - 
added at RT and reacted for 1-2 hours. The reaction is 
quantitative. The reaction is: 

3. R-CO-Im + R'NH 2 > R-CO-NHR + Him 

20 M-Hvdroxvfluccinimide 

Activation of carboxylic acids for amination 
with primary amines occurs through the N- 
hydroxysuccinamyl ester; carbodiimide is used to tie up 
the water released as a substituted urea. The NHS ester 
25 is then converted at RT to the amide by reaction with 
primary amine. The reactions are: 

1. R-COOH + NHS + CDI > R-CONHS + Subst. Urea 

2. R-CONHS . + R'NH 2 > R-CO-NHR' 

SUylfltiBD 

30 TrialXylsilylchlorides or trialkylsilanols 

react immediately with acidic H according to: 

R-COOH + Cl-SiR' 3 > R-CO-SiR'3 + HC1 

Small amounts of Diaza-l,l,l-bicyclooctane 
(DABCO) are used as catalysts. Suitable solvents are 
35 dioxane and toluene. 

Preparation of Bster/Aleonol Derivatives 
from Carboxylic Aoid-Functionalised Fibrils 

The carboxylic acid functionalized fibrils were 
40 prepared as in Example 11. The carboxylic acid content 
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was 0.75 meq/g. Fibrils were reacted with a 
stoichiometric amount of CDI in an inert atmosphere with 
toluene as solvent at R.T. until C0 2 evolution ceased. 
Thereafter, the slurry was reacted at 80 °C with a 10- 
5 fold molar excess of polyethyleneglycol (MW 600) and a 
small amount of NaOEt as catalyst. After two hours 
reaction, the fibrils were separated by filtration, 
washed with toluene and dried at 100 °C. 

mam » 

10 Preparation of Amide/Amine Derivatives 

from Car boxy llo Acid-Functional ised Fibrils (177-041-1) 

0.242 g of chlorate-oxidized fibrils (0.62 
meq/g) was suspended in 20 ml anhydrous dioxane with 
stirring in a 100 ml RB flask fitted with a serum 

15 stopper. A 20-fold molar excess of N-Hydroxysuccinimide 
(0.299 g) was added and allowed to dissolve. This was 
followed by addition of 20-fold molar excess of 1-ethyl- 
3-(3-dimethylaminopropyl)-carbodiimide (EDAC) (0.510 g) , 
and stirring was continued for 2 hr at ST. At the end of 

20 this period stirring was stopped, and the supernatant 
aspirated and the solids were washed with anhydrous 
dioxane and MeOH and filtered on a 0.45 micron 
polysulfone membrane. The solids were washed with 
additional MeOH on the filter membrane and vacuum-dried 

25 until no further weight reduction was observed. Yield of 
NHS-activated oxidized fibrils was 100% based on the 6% 
weight gain observed. 

100 Ml ethylenediamine (en) was added to 10 ml 
0.2 M NaHC0 3 buffer. An equivalent volume of acetic acid 

30 (HOAc) was added to maintain the pH near 8. NHS- 
activated oxidized fibrils (0.310 g) was added with 
vigorous stirring and reacted for 1 hr. An additional 
300 Ml of en and 300 Ml HOAc was added for an additional 
10 min. The solution was filtered on 0.45 micron 

35 polysulfone membrane and washed successively with NaHC0 3 
buffer, 1% HC1, DI water and EtOH. The solids were dried 
under vacuo overnight. The HC1 salt was converted back 
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to the free amine by reaction with NaOH (177-046-1) for 
further analysis and reactions. 

ESCA was carried out to quantify the amount of 
N present on the aminated fibrils (GP/NH 2 ) . ESCA 
5 analysis of 177-046-1 shoved 0.90 at% N (177-059). To 
further assess how much of this N is present as both 
accessible and reactive amine groups, a derivative was 
made by the gas phase reaction with 
pentaf luorobenz aldehyde to produce the corresponding 

10 Schiff Base linkages with available primary amine groups. 
ESCA analysis still showed the 0.91 at% N, as expected, 
and 1.68 at%F. This translates into a 0.34 at % of N 
present as reactive primary amine on the aminated fibrils 
(5 F per pentaf luorobenzaldehyde molecule) . A level of 

15 0.45 at% N would be expected assuming complete reaction 
with the free ends of each N. The observed level 
indicates a very high yield from the reaction of N with 
NHS-activated fibril and confirms the reactivity of the 
available free amine groups. 

20 At the level of 0.34 at% N present as free 

amine calculated from the ESCA data, there would be 
almost complete coverage of the fibrils by the free amine 
groups allowing coupling of other materials. 

mau I* 

25 Preparation of Silyl Derivative 

from Carboxylio Aeid-Funotionalised Fibrils 

Acid functionalized fibrils prepared as in 
Example 11 were slurried in dioxane in an inert 
atmosphere. With stirring, a stoichiometric amount of 

30 chlorotriethyl silane was added and reacted for 0.5 hr, 
after which several drops of a 5% solution of DABCO in 
dioxane was added. The system was reacted for an 
additional hour, after which the fibrils were collected 
by filtration and washed in dioxane. The fibrils were 

35 dried at 100°C in 5 n vacuum overnight. 
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10 



15 



Table 5 sumaarizes the secondary derivative 
preparations. The products were analyzed by ESCA for C, 
o, N, Si and P surface contents. 



Summary of Secondary Derivative Preparations 

BSCA ANALYSIS, ATOM % 
BSa&ZBBX wnmmr gBfflffi S fi H S Si- 



As Grown 



98.5 — 1.5 — — 



Chlorate -CCOH, OO, C-OH — 92.4 — 7.6 — — 

Oxidised 

HjH-t^H^-NHj -CONHC^NHj — 99.10 0.90 — ~ ~ 

97.41 0.91 ~ — 1.68 



-CONHC 2 B 4 N'OC 6 F s — 

20 Preparation of Silyl Derivative 

from Carboxylio Acid-Functionalized Fibrils 

Acid functionalized fibrils prepared as in 
Example 11 are slurried in dioxane in an inert 
atmosphere. With stirring, a stoichiometric amount of 

25 chlorotriethyl silane is added and reacted for 0.5 hr, 
after which several drops of a 5% solution of DABCO in 
dioxane is added. The system is reacted for an 
additional hour, after which the fibrils are collected by 
filtration and washed in dioxane. The fibrils are dried 

30 at 100°C in 5" vacuum overnight. 

Table VT summarizes the secondary derivative 
preparations. Products are analyzed by ESCA. The 
analysis confirms the incorporation of the desired 
pendant groups. The products are analyzed by ESCA for C, 

35 o, N, Si and P surface contents. 
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10 



lira n 

of Saoondary Derivativa Freparationa 

BSCA ANALYSIS, ATOM % 
RRACTANT PMTOMIT CHOOP fi £ II 2 

CPjCBjOH -COOCHjCra hot ahautkd 



PolySO-600 -00-(OC2B 4 0-)H W» AHALY8BD 

HO-CjH^-SH -OOOCjIttSH 
Cl-SlBtj -OOSlXt, 
15 sulfonic Acid-Functional ized Fibrils 

Aryl sulfonic acids, as prepared in Example 1 
can be further reacted to yield secondary derivatives. 
Sulfonic acids can be reduced to mercaptans by LiAlB 4 or 
the combination of triphenyl phoaphine and iodine (March, 
20 J.P., p. 1107). They can also be converted to sulfonate 
esters by reaction with dialkyl ethers, i.e., Fibril— 

S0 3 H + R-O-R > Fibril-S0 2 OR + ROH 

EltellB »mietloiiali«^ Blaotroohillo Addition tO 

25 Tlbril BBCCftflflfl OT> ttg nafcalllaatlon 

The primary products obtainable by addition of 
activated electrophiles to oxygen-free fibril surfaces 
have pendant -COOH, -COC1, -CH, -CH 2 NH 2 , -CH 2 0H, -CH 2 - 
Balogen, or HC=0. These can be converted to secondary 

30 derivatives by the following: 
Fibril-COOH > see above. 

Fibril-coci (acid chloride) + HO-R-Y > F-COO-R-Y 

(Sec. 4/5) 

Fibril-COCl + HHj-R-Y > F-CONH-R-Y 

35 Fibril-CN + H 2 > F-CH 2 -NH 2 

Fibril-CH 2 NH 2 + HOOC-R-Y > F-CH 2 NHCO-R-Y 

Fibril-CH 2 HH 2 + 0=CR-R'Y > F-CH 2 N=CR-R / -Y 

Fibril-CH 2 OH + 0(COR-Y) 2 > F-CH 2 OCOR-Y 

Fibril-CH 2 OH + HOOC-R-Y > F-CH 2 OCOR-Y 

40 Fibril-CH 2 -Halogen + Y~ > F-CH 2 -Y + X" Y" - HOO", - 

OR" 

Fibril-C=0 + H 2 N-R-Y > F-C=N-R-Y 



WO 96/18059 



PCT/US95/161S9 



34 

N fr rnir mafclaailHH Adsorption of rolYmwloar or 

Polvhete ronnclaar Aro »»tio or Planar MftcrocyoUo 
Componnd M 

niiitJilum T fr+haiftgvanine: In general, the two 
5 Li* ions are displaced from the phthalocyanine (Pc) group 
by most metal (particularly multi-valent) complexes. 
Therefore, displacement of the Li* ions with a metal ion 
bonded with non-labile ligands is a method of putting 
stable functional groups onto fibril surfaces. Nearly 

10 all transition metal complexes will displace Li* from Pc 
to form a stable, non-labile chelate. The point is then 
to couple this metal with a suitable ligand. 
ryAnifc tTT\ Phthalocvanine 

Cobalt (II) complexes are particularly suited 

15 for this. Co** ion can be substituted for the two Li* 

ions to form a very stable chelate. The Co** ion can then 
be coordinated to a ligand such as nicotinic acid, which 
contains a pyridine ring with a pendant car boxy lie acid 
group and which is known to bond preferentially to the 

20 pyridine group. In the presence of excess nicotinic 
acid, co(ll)Pc can be electrochemically oxidized to 
Co (III) Pc, forming a non- labile complex with the pyridine 
moiety of nicotinic acid. Thus, the free carboxylic acid 
group of the nicotinic acid ligand is firmly attached to 

25 the fibril surface. 

Other suitable ligands are the aminopyridines 
or ethylenediamine (pendant NH 2 ) , mercaptopyridine (SH) , 
or other polyfunctional ligands containing either an 
amino- or pyridyl- moiety on one end, and any desirable 

30 function on the other. 

7. a-DIMKKBT«MM. STRUCTURES 

The oxidired fibrils are more easily dispersed 
in aqueous media than unoxidized fibrils. Stable, porous 
3 -dimensional structures with meso- and macropores (pores 
35 >2 nm) are very useful as catalysts or chromatography 
supports. Since fibrils can be dispersed on an 
individualized basis, a well-dispersed sample which is 
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stabilized by cross-links allows one to construct such a 
support. Functionalized fibrils are ideal for this 
application since they are easily dispersed in aqueous or 
polar media and the functionality provides cross-link 
5 points. Additionally, the functionality provides points 
to support the catalytic or chromatographic sites. The 
end result is a rigid, 3 -dimensional structure with its 
total surface area accessible with functional sites on 
which to support the active agent. 

10 Typical applications for these supports in 

catalysis include their use as a highly porous support 
for metal catalysts laid down by impregnation, e.g., 
precious metal hydrogenation catalysts. Moreover, the 
ability to anchor molecular catalysts by tether to the 

15 support via the functionality combined with the very high 
porosity of the structure allows one to carry out 
homogeneous reactions in a heterogeneous manner. The 
tethered molecular catalyst is essentially dangling in a 
continuous liquid phase, similar to a homogeneous 

20 reactor, in which it can make use of the advantages in 
selectivities and rates that go along with homogeneous 
reactions. However, being tethered to the solid support 
allows easy separation and recovery of the active, and in 
many cases, very expensive catalyst. 

25 These stable, rigid structures also permits 

carrying out heretofore very difficult reactions, such as 
asymmetric syntheses or affinity chromatography by 
attaching a suitable enantiomeric catalyst or selective 
substrate to the support. Derivatization through 

30 Metallo-Pc or Metal lo-porphyr in complexes also allows for 
retrieval of the ligand bonded to the metal ion, and 
furthermore, any molecule which is bonded to the ligand 
through the secondary derivatives. For example, in the 
case where the 3 -dimensional structure of functionalized 

35 fibrils is an electrode, or part of an electrode, and the 
functionalization has resulted from adsorption of 
Co(II)Pc, electrochemical oxidation of co(ll) to Co(lll) 
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In the presence of nicotinic acid will produce a non- 
labile Co(III)-pyridyl complex with a carboxylic acid as 
the pendent group. Attaching a suitable antigen, 
antibody, catalytic antibody, or other site-specific 
5 trapping agent will permit selective separations of 
molecules (affinity chromatography) which are otherwise 
very difficult to achieve. After washing the electrode 
to remove occluded material, the Co (III) complex 
containing the target molecule can be electrochemical ly 

10 reduced to recover the labile Co (II) complex. The ligand 
on Co (II) containing the target molecule can then be 
recovered by mass action substitution of the labile 
Co (II) ligand, thereby effecting a separation and 
recovery of molecules which are otherwise very difficult 

15 or expensive to perform (e.g., chiral drugs). 

Another example of 3 -dimensional structures are 

fibril-ceramic composites. 

mmji ia 

gpcmtifl l vf nAmi3a=ZlbxU Composites (185-02-01) 
20 One g of nitric acid oxidized fibrils (185-01- 

02) was highly dispersed in 100 cc DI water using and U/S 
disintegrator. The fibril slurry was heated to 90»C and 
a solution of 0.04 mol aluminum tributoxide dissolved in 
20 cc propanol was slowly added. Reflux was continued 
25 for 4 hr, after which the condenser was removed to drive 
out the alcohol. After 30 min the condenser was put back 
and the slurry refluxed at 100°C overnight. A blade sol 
with uniform appearance was obtained. The sol was cooled 
to FT and after one week, a black gel with a smooth 
30 surface was formed. The gel was heated at 300»C in air 
for 12 hr. 

The alumina-fibril composites were examined by 
SEN. Micrographs of cracked surfaces showed a 
homogeneous dispersion of fibrils in the gel. 
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HOtfglB 12 

Preparation eg Silica- Fibril Composites t 173-85-031 

Two g of nitric acid oxidized fibrils (173-83- 
5 03) were highly dispersed on 200 cc ethanol using 
ultrasonif i cat ion. A solution of 0.1 mol 
tetr aethoxys ilane dissolved in 50 cc ethanol was slowly 
added to the slurry at RT, followed by 3 cc cone. HCL. 
The mixture was heated to 85 °C and maintained at that 
10 temperature until the volume was reduced to 100 cc. The 
mixture was cooled and set aside until it formed a black 
solid gel. The gel was heated at 300°C in air. 

The silica-fibril composites were examined by 
SEM. Micrographs of cracked surfaces showed a 
15 homogeneous dispersion of fibrils in the gel. 

Similar preparations with other ceramics, such 
as zirconia, titania, rare earth oxides as well as 
ternary oxides can be prepared. 

As illustrated by the foregoing description and 
20 examples, the invention has application in the 
formulation of a wide variety of functional! zed 
nanotubes. 

The terms and expressions which have been 
employed are used as terms of description and not of 
25 limitations, and there is no intention in the use of such 
terms or expressions of excluding any equivalents of the 
features shown and described as portions thereof, its 
being recognized that various modifications are possible 
within the scope of the invention. 
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WHAT Iff CLMMBP Ifl: 

1. A composition of natter of the formula 

wherein the carbon atoms, C^, are surface 
5 carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, 
10 each of R is the same and is selected from 

S0 3 H, COOK. NH 2 , OH, CHO, CN, COC1, halide, COSH, SH, 
COOR', SR', SiR' 3 , Si«OR'*yR' 3 -y, Si«0-SiR' 2 *OR', R", Li, 
A1R' 2 , Hg-X, T1Z 2 and Hg-X, y is an integer equal 

to or less than 3, 
15 R' is alky 1, aryl, cycloalfcyl, aralkyl or 

cycloaryl , 

R" is fluoroalXyl, fluoroaryl, fluorocycloalXyl 
or fluoroaralkyl, 

X is a halide, and 
20 Z is carboxylate or trif luoroacetate. 

2. A composition of matter of the formula 

wherein the carbon atoms, C n , are surface 
carbons of a substantially cylindrical, graphitic fibril 
25 being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

n is an integer, L is a number less than O.ln, 
30 m is a number less than 0.5n, 

each of R is the same and is selected from 
S0 3 H, COOH, NH 2 , OH, CHO, CM, C0C1, halide, COSH, SH, 
COOR', SR', SiR' 3 , Si-tOR'^yR'a-y, Si«0-SiR' 2 *OR' , R", Li, 
A1R' 2 , Hg-X, T1Z 2 and Mg-X, y is an integer equal 

35 to or less than 3, 

R' is alkyl, aryl, cycloaDcyl, aralkyl or 

cycloaryl, 
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R« is fluoroallcyl, fluoroaryl, fluorocycloalkyl 
or fluoroaralfcyl, 

X is a halide, and 

Z is car boxy late or trif luoroacetate . 
5 3. A composition of natter as claimed in 

claim 2 , wherein said fibril comprises cylindrical 
graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 

4. A composition of matter as claimed in 
10 claim 2, wherein the outer diameter of said fibrils is 

less than 0.1 micron. 

5. A composition of matter of the formula 

wherein the carbon atoms, C n , are surface atoms 

15 of a fishbone fibril, 

n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

each of R is the same and is selected from 
S0 3 H, COOH, NH 2 , OH, CHO, CN, COCl, halide, COSH, SH, 
20 COOR', SR', SiR' 3 , Si-fOR'*yR' 3 -y, Si-fO-SiR' 2 *OR' , R", Li, 
AIR' 2 , Hg-X, T1Z 2 and Mg-X, y is an integer equal 

to or less than 3, 

R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

25 R» is fluoroalXyl, fluoroaryl, fluorocycloalkyl 

or fluoroaralXyl, 

X is a halide, and 

Z is carboxylate or trif luoroacetate. 

6. A composition of matter of the formula 

30 [CnHl.*** 

wherein the carbon atoms, C n , are surface 
carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron, 
35 n is an integer, L is a number less than O.ln 

and m is a number less than 0.5n, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CHO, CN, COCl, halide, COSH, SH, COOR', SR', SiR' 3 , 
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Si-fOR'^yR'j.y, Si*fO-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an integer equal to or less than 3, 
R' is selected from alkyl, aryl, cycloalkyl, 
5 ar alkyl, cycloaryl, 

R" is a f luoroalkyl, fluoroaryl, 
fluorocycloalkyl or f luoroaralkyl, 
X is a halide, 

Z is carboxylate or trif luoroacetate, 
10 and further provided that where each of R is an 

oxygen-containing group cooh is not present. 

7. A composition of matter of the formula 

wherein the carbon atoms, C^, are surface 
15 carbons of a substantially cylindrical, graphitic fibril 
being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

20 n is an integer, L is a number less than O.m 

and m is a number less than 0.5n, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CHO, CM, COC1, halide, COSH, SH, COOR', SR', SiR' 3 , 
Si-fOR'^yR'^, Si-fO~SiR' 2 *0R', R», Li, A1R' 2 , Hg-X, T1Z 2 

25 and Mg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, ar alkyl or 

cycloaryl, 

R" is a f luoroalkyl, fluoroaryl, 
30 fluorocycloaDcyl or f luoroaralkyl, 
X is a halide, 

Z is a carboxylate or trif luoroacetate, 
and further provided that where each of R is an 
oxygen-containing group COOH is not present. 
35 8. A composition of matter as claimed in 

claim 7, wherein said fibril comprises cylindrical 
graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 
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9. A composition of natter as claimed in 
claim 7, wherein the outer diameter of said fibrils is 
less than 0.1 micron. 

10 • A composition of matter of the formula 

wherein the carbon atoms, C n , are surface atoms 
of a fishbone fibril, 

n is an integer, L is a number less than O.ln 
and m is a number less than 0.5n, 
10 each of R is selected from S0 3 H, COOH, NH 2 , OH, 

CHO, CN, C0C1, halide, COSH, SH, COOR', SR' , SiR' 3 , 
Si-fOR'*yR'3-y, Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an integer equal to or less than 3, 
15 R' is alkyl, aryl, cycloaDcyl, aralkyl or 

cycloaryl, 

R 19 is a fluoroalkyl, fluoroaryl, 
f luorocycloaUcyl or f luoroaralky 1 , 
X is a halide, 
20 Z is a carboxylate or trif luoroacetate, 

and further provided that where each of R is an 
oxygen-containing group COOH is not present. 

11. A composition of matter of the formula 
[C^R. 

25 wherein the carbon atoms, C^, are surface 

carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron, 

n is an integer, L is a number less than O.ln 

30 and m is a number less than 0.5n, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CHO, CN, C0C1, halide, COSH, SH, COOR' , SR', SiR' 3 , 
Si-fOR'^yR'^, Si*O-SiR' 2 *0R', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

35 y is an integer equal to or less than 3, 

R' is selected from alkyl, aryl, cycloaDcyl, 

aralkyl, cycloaryl, 

R" is a fluoroalkyl, fluoroaryl, 

f luorocycloaUcyl or f luoroaralky 1, 
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X is a halide, 

Z is carboxylate or trifluoreacetate, 

and further provided that each of R does not 

contain oxygen. 
5 12. A composition of natter of the formula 

wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic fibril 
being substantially free of pyrolytically deposited 
10 carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

n is an integer, L is a number less than O.ln 
and m is a number less than 0.5n, 
15 each of R is selected from S0 3 H, COOH, NH 2 , OH, 

CHO, CM, COC1, halide, COSH, SH, COOR', SR', SiR' 3 , 
Si-tOR'fyR'a-y, Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an integer equal to or less than 3, 
20 R' is alley 1, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R" is a fluoroalkyl, fluoroaryl, 
fluorocycloalkyl or fluoroaralkyl, 
X is a halide, 
25 Z is a carboxylate or trifluoroacetate, 

and further provided that each of R does not 

contain oxygen. 

13. A composition of matter as claimed in 
claim 12, wherein said fibril comprises cylindrical 

30 graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 

14. A composition of matter as claimed in 
claim 12, wherein the outer diameter of said fibrils is 
less than 0.1 micron. 

35 15. A composition of matter of the formula 

[C»H L +R B 

wherein the carbon atoms, C n , are surface atoms 
of a fishbone fibril. 
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n is an integer, L is a number less than O.ln 
and m is a number less than 0.5n, 

each of R is selected from SO a H, COOH, NH 2 , OH, 
CHO, CN, C0C1, halide, COSH, SH, COOR' , SR' , SiR' 3 , 
5 Si-fOR'^yR'a-y, Si«0-SiR' 2 *OR' , R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

10 R" is a fluoroalJcyl, fluoroaryl, 

fluorocycloalkyl or f luoroaralkyl, 
X is a halide, 

Z is a carboxylate or trif luoroacetate, 

and further provided that each of R does not 

15 contain oxygen. 

16. A composition of matter of the formula 

wherein the carbon atoms, C„, are surface 
carbons of a substantially cylindrical, graphitic 
20 nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.1 micron, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, 

each of A is selected from 
25 0 0 0 0 

OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, H-Y, and 

C-Y, 

30 Y is an appropriate functional group of a 

protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 

35 R'CHO, R'CN, R'X, R'SiR' 3 , R'Si-fOR'^yR'a-y, R'Si«0- 

SiR' 2 *OR', R'-R", R'-N-C0, (C^O*^!, -^W^, -(C 2 H 4 0) w - 
R', (C 3 H 6 0) w -R # and R', 

y is an integer equal to or less than 3, 
R' is alXyl, aryl, cycloalkyl, aralkyl or 

40 cycloaryl. 
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R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 

X is a halide, 

Z is car boxy late or trifluoroacetate, and 
5 v is an integer greater than one and less than 

200. 

17. A composition of matter of the formula 

wherein the carbon atoms, C A , are surface 
10 carbons of a substantially cylindrical, graphitic fibril 
being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

15 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

each of A is selected from 
o o o o 

II II 

20 OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N=Y, and C=Y, 
Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 

25 enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R'Si-fOR'^ y R # 3 . y , R'Si«0- 
SiR' 2 *OR', R'-R", R'-N-CO, (C^Ofr^H, -fC 3 H 6 0^ 9 «C 2 H 4 0) w - 
R% (C 3 H 6 0) w -R' and R' , 

y is an integer equal to or less than 3, 

30 R' is alkyl, aryl, cycloallcyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 

X is a halide, 

35 Z is carboxylate or trifluoroacetate, and 

v is an integer greater than one and less than 

200. 

18. A composition of matter as claimed in 
claim 17, wherein said fibril comprises cylindrical 
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graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 

19. A composition of matter as claimed in 
claim 17, wherein the outer diameter of said fibrils is 

5 less than 0.1 micron. 

20. A composition of matter of the formula 

[CnHj.* A. 

wherein the carbon atoms, C n , are surface atoms 

of a fishbone fibril, 
10 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

each of A is selected from 
O O 0 O 

15 OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N=Y, and C=Y, 
Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 
20 enzyme inhibitor or the transition state analog of an 

enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R'Si-fOR'fyR'a-y, R'Si-fO- 
SiR' 2 *OR', R'-R", R'-N-CO, (CjH^, -fCaHfiO^H, «C 2 H 4 0) w - 
R', (C 3 H 6 0) M -R' and R', 
25 y is an integer equal to or less than 3, 

R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R» is fluoroalkyl, fluoroaryl, fluorocycloalkyl 
or fluoroaralkyl, 
30 X is a halide, 

Z is carboxylate or trifluoroacetate, and 

w is an integer greater than one and less than 

200. 

21. A composition of matter of the formula 
35 [C n H L *[R'-R] n 

wherein the carbon atoms, c n , are surface 
carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron, 
40 n is an integer, Lisa number less than O.ln, 

m is a number less than 0.5n, 



WO 96/18059 



PCT/US95/16159 



46 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CHO, CN, COC1, halide, COSH, SH, COOR' , SR', SiR' 3 , 
Si^OR'^yR'^, Si-fO-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

5 y is an integer equal to or less than 3, 

R # is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

X is a halide, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
10 or fluoroaralkyl, and 

Z is carboxylate or trif luoroacetate. 

22. A composition of matter of the formula 

[C n H L *[R'-R] a 
wherein the carbon atoms, C n , are surface 
15 carbons of a substantially cylindrical, graphitic fibril 
being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

20 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CHO, CN, COC1, halide, COSH, SH, COOR' , SR' , SiR' 3 , 
Si-fOR^ y R' 3 _ y , Si-fO-SiR' 2 *OR' , R», Li, A1R' 2 , Hg-X, T1Z 2 

25 and Mg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

X is a halide, 

30 R* is fluoroalkyl, fluoroaryl, f luorocycloalkyl 

or fluoroaralkyl, and 

Z is carboxylate or trif luoroacetate. 

23. A composition of matter as claimed in 
claim 22, wherein said fibril comprises cylindrical 

35 graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 

24. A composition of matter as claimed in 
claim 22, wherein the outer diameter of said fibrils is 
less than 0.1 micron. 
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25. A composition of natter of the formula 

wherein the carbon atoms, C„, are surface atoms 
of a fishbone fibril, 
5 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n,- 

each of R is selected from SO a H, COOH, NH 2 , OH, 
CHO, CH, COC1, halide, COSH, SH, OOOR' , SR' , SiR' 3 , 
Si-(OR'^ y R' 3 _ y , Si-fO-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
10 and Hg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

X is a halide, 

15 R" is fluoroalkyl, fluoroaryl, fluorocycloalkyl 

or fluoroaralkyl, and 

Z is carboxylate or trifluoroacetate. 

26. A composition of matter of the formula 

20 wherein the carbon atoms, C n , are surface 

carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron, 

n is an integer, L is a number less than O.ln, 
25 m is a number less than 0.5n, 

each of R' is alkyl, aryl, cycloalkyl, aralkyl 
or cycloaryl, 

A is selected from 

0 0 0 O 

30 I I I I , 

0Y, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, H-Y, and C=Y, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
35 an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R'Si-fOR'fyR'3-y, R'Si-fO- 
SiR' 2 *OR', R'-R", R'-H-CO, (C^Of^, -fCaHgOf^H, -fCj^O),,- 
40 R', (^HgOj^-R' and R', 

y is an integer equal to or less than 3, 
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R" is fluoroalXyl, fluoroaryl, f luorocycloalkyl 
or fluoroaraDcyl, 

X is a halide, 

Z is carboxylate or trif luoroacetate, and 
5 v is an integer greater than one and less than 

200. 

27 • A composition of matter of the formula 

wherein the carbon atoms, C,,, are surface 
10 carbons of a substantially cylindrical, graphitic fibril 
being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

15 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

each of R' is alkyl, aryl, cycloalkyl, aralkyl 
or cycloaryl, 

A is selected from 

20 o o o o 

II II 

0Y, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N«Y, and OY, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
25 an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R / Si-fOR^ y R' 3 . y , R'SMO- 
SiR' 2 *OR', R'-R«, R'-N-CO, (^Jl, .^0^, -fCj^O)^ 
30 R', (C 3 H e O) w -R' and R # , 

y is cm integer equal to or less than 3, 
R" is fluoroalXyl, fluoroaryl, fluorocycloalkyl 
or f luoroaralkyl, 

X is a halide, 

35 Z is carboxylate or tr if luoroacetate, and 

w is an integer greater than one and less than 

200. 

28. A composition of matter as claimed in 
claim 27, wherein said fibril comprises cylindrical 
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graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 

29. A composition of natter as claimed in 
-claim 27, wherein the outer diameter of said fibrils is 

5 less than 0.1 micron. 

30. A composition of matter of the formula 

wherein the carbon atoms, C^, are surface atoms 
of a fishbone fibril, 
10 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

each of R' is alkyl, aryl, cycloalkyl, aralkyl 
or cycloaryl, 

A is selected from 

15 O O 0 O 

II II 

OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N=Y, and OY, 

Y is an appropriate functional group of a 
20 protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R'Si-fOR'JyR'a-y* R'Si-fO- 
25 SiR' 2 -K>R', R'-R», R'-N-CO, (C 2 H 4 0)-JI, 4C 3 H 6 °±*P' -f c 2 H 4°>w^ 
R # r (03^0) W -R' and R', 

y is an integer equal to or less than 3, 
R" is fluoroalkyl, fluoroaryl, f luorocycloallcyl 
or f luor oar alky 1, 
30 X is a halide, 

Z is carboxylate or trifluoroacetate, and 

w is an Integer greater than one and less than 

200. 

31. A composition of matter of the formula 
35 [CnHrftX'-R^ 

wherein the carbon atoms, are surface 
carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron. 



WO 96/18059 



FCT/US95/16159 



50 

n is an integer, L is a number less than O.ln, 
n is a number less than 0.5n, a is zero or an integer 
less than 10, 

each of R is selected from S0 3 H, COOH, NH 2/ OH, 
5 CHO, CN, C0C1, halide, COSH, SH, COOR' , SR' , SiR' 3 , 

Si^OR^yR'3^, Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, aralJcyl or 

10 cycloaryl, 

X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
aromatic or metallopolyheteronuclear aromatic moiety, 

R» is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
15 or f luoroaralkyl, and 

Z is carboxylate or trifluoroacetate. 

32. A composition of matter of the formula 

[C n H L ^[X'-R a ] n 
wherein the carbon atoms, C,,, are surface 
20 carbons of a substantially cylindrical, graphitic fibril 
being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

25 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, a is zero or an integer 

less than 10, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 

CHO, CN, C0C1, halide, COSH, SH, COOR', SR' , SiR' 3 , 
30 StfOR'^yRVy, Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 

and Mg-X, 

y is an integer equal to or less than 3, 
R' is alley 1, aryl, cycloalkyl, aralkyl or 

cycloaryl, 
35 X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
aromatic or metallopolyheternuclear aromatic moiety, 

R w is fluoroaUcyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, and 
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Z is carboxylate or trif luoroacetate. 

33. A composition of matter as claimed in 
claim 32, wherein said fibril comprises cylindrical 
graphitic sheets whose c-axes are substantially 

5 perpendicular to their cylindrical axis. 

34. A composition of matter as claimed in 
claim 32, wherein the outer diameter of said fibrils is 
less than 0.1 micron. 

35. A composition of matter of the formula 

10 [C^-HX'-I^U 

wherein the carbon atoms, C^, are surface atoms 

of a fishbone fibril, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, a is zero or an integer 
15 less than 10, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CH0, Of, C0C1, halide, COSH, SH, COOR', SR', SiR' 3 , 
Si-fOR'^yR^, Si«0-SiR' 2 *OR', R w , Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

20 y is an integer equal to or less than 3, 

R' is allcyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
25 aromatic or metal lopolyheteronuclear aromatic moiety, 

R" is fluoroalkyl, fluoroaryl, f luorocycloaDcyl 
or fluoroaralkyl, and 

Z is carboxylate or trif luoroacetate. 

36. A composition of matter of the formula 

30 [C^-HX'-A^ 

wherein the carbon atoms, C n , are surface 
carbons of a substantially cylindrical, graphitic 
nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.5 micron, 

35 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, a is an integer less than 
10, 
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each of A is selected from 
0 0 0 0 

II II 

5 OY, NHY, C-OY, C-HR'Y, C-SY, C-Y, -CR' 2 -OY, N-Y, and OY, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 

10 enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R'Si-fOR'fryR'j.y, R'Si-fO- 
SiR' 2 *OR', R'-R", R'-N-CO, (Ca^Of^H, +C 2 H 6 0)-J1, -6C 2 H 4 0) W - 
R', (C 3 H 6 0) w -R' and R', 

15 y is an integer equal to or less than 3, 

R' is alXyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, fluorocycloaUcyl 
or fluoroaraDcyl, 
20 X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
aromatic or metallopolyheteronuclear aromatic moiety, 

Z is carboxylate or trifluoroacetate, and 

v is an integer greater than one and less than 

25 200. 

37. A composition of matter of the formula 

wherein the carbon atoms, C n , are surface 
carbons of a substantially cylindrical, graphitic fibril 
30 being substantially free of pyrolytically deposited 
carbon, the projection of the graphite layers on said 
fibrils extends for a distance of at least two fibril 
diameters, 

n is an integer, L is a number less than O.ln, 
35 m is a number less than 0.5n, a is an integer less than 
10, 

each of A is selected from 

0 0 0 0 

1 I I I 

40 0Y, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N=Y, and C-Y, 
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Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 
enzyme inhibitor or the transition state analog of an 
5 enzyme substrate or is selected from R'-OH, R'-NH 2 , R'SH, 
R'CHO, R'CH, R'X, R'SiR' 3 , R'Si«fOR'* Y R' 3 . y , R'Si-fO- 
SiR' 2 *OR', R'-R", R'-N-CO, (CjH^^H, -KoHfiOfr^H, -fC 2 H 4 0) w - 
(CjI^O^-R' and R', 

y is an integer equal to or less than 3, 
10 R' is alley 1, aryl, cycloallcyl, aralkyl or 

cycloaryl, 

R" is fluoroaDcyl, fluoroaryl, fluorocycloalkyl 
or f luoroaraDcyl, 

X is a halide, 

15 X' is a polynuclear aromatic, polyheteronuclear 

aromatic or metallopolyheteronuclear aromatic moiety, 
Z is carboxylate or trif luoroacetate, and 
v is an integer greater than one and less than 

200. 

20 38. A composition of matter as claimed in 

claim 37, wherein said fibril comprises cylindrical 
graphitic sheets whose c-axes are substantially 
perpendicular to their cylindrical axis. 

39. A composition of matter as claimed in 

25 claim 37, wherein the outer diameter of said fibrils is 
less than 0.1 micron. 

40. A composition of matter of the formula 

[<y%,W'-*alm 
wherein the carbon atoms, C^, are surface atoms 

30 of a fishbone fibril, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, a is an integer less than 
10, 

each of A is selected from 

35 0 O 0 O 

II II 

OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N«Y, and C=Y, 

Y is an appropriate functional group of a 
40 protein, a peptide, an enzyme, an antibody, a nucleotide, 
an oligonucleotide, an antigen, or an enzyme substrate, 
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enzyme inhibitor or the transition state analog of an 
enzyme substrate or is selected from R # -OH, R'-NH 2 , R'SH, 
R'CHO, R'CN, R'X, R'SiR' 3 , R'Si«OR'*yR' 3 _y R'Si-fO- 
SiR' 2 *OR', R'-R", R'-N-CO, (C 2 H 4 Of^H, -fC^O^, ^2H 4 0) W - 
5 R', (C 3 H 6 0) w -R' and R', 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
10 or fluoroaralkyl, 

X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
aromatic or metallopolyheternuclear aromatic moiety, 
Z is carboxylate or trifluoroacetate, and 
15 v is an integer greater than one and less than 

200. 

41. A composition of matter as claimed in 
claims 31-40, wherein X' is a phthalocyanine or 
porphyrin. 

20 42. A method of forming a composition of 

matter of the formula 

wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
25 nanotube, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0«5n, 

each of R is the same and is selected from 
SO3H, C00H, NH 2 , OH, CH0, Of, C0C1, halide, COSH, SH, 
30 COOR', SR', SiR' 3 , Si«OR'*yR' 3 _y Si«0-SiR' 2 *OR' , R", Li, 
A1R' 2 , Hg-X, T1Z 2 and Mg-X, y is an integer equal 

to or less than 3, 

R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

35 R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 

or fluoroaralkyl, 

X is a halide, and 

Z is carboxylate or trifluoroacetate. 
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comprising the step of reacting the surface 
carbons with an appropriate reagent under conditions 
sufficient to form functionalized nanotubes having the 
formula [C^^. 
5 43. A method of forming a composition of 

matter of the formula 

wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
10 nanotube, 

n is an integer, L is a number less than O.ln 
and m is a number less than 0.5n, 

each of R is selected from SO a H, COOH, NH 2 , OH, 
CHO, Ot, COC1, hallde, COSH, SH, COOR', SR' , SiR' 3 , 
15 Si^OR'*yR' 3 _ y , Si«fO-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an Integer equal to or less than 3, 

R' is selected from alkyl, aryl, cycloalkyl, 

aralkyl, cycloaryl, 
20 R w is a fluoroalkyl, fluoroaryl, 

fluorocycloalkyl or fluor oar alkyl, 
X is a halide, 

Z is carboxylate or tri fluor oacetate, 
and further provided that where each of R is an 
25 oxygen-containing group COOH is not present, 

comprising the step of reacting the surface 
carbons with at least one appropriate reagent under 
conditions sufficient to form functionalized nanotubes 
having the formula [C^-}!^. 
30 44. A method of forming a composition of 

matter of the formula 

wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
35 nanotube, 

n is an integer, L is a number less than O.ln 
and m is a number less than 0.5n, 

each of R is selected from SO3H, COOH, NH 2 , OH, 
CHO, Of, COC1, halide, COSH, SH, COOR', SR', SiR' 3 , 
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Si^OR # fyR # 3 ^ # Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

y is an integer equal to or less than 3, 
R' is selected from alkyl, aryl, cycloalkyl, 
5 aralkyl, cycloaryl, 

R" is a fluoroalkyl* fluoroaryl, 
fluorocycloalkyl or f luoroaralkyl, 
X is a halide, 

Z is carboxylate or trif luoroacetate, 
10 and further provided that each of R does not 

contain oxygen, 

comprising the step of reacting the surface 
carbons with at least one appropriate reagent under 
conditions sufficient to form functionalized nanotubes 
15 having the formula ICJij^^. 

45. A method of forming a composition of 
matter of the formula 

wherein the carbon atoms, C n , are surface 
20 carbons of a substantially cylindrical, graphitic 
nanotube, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, 

each of A is selected from 
25 o 0 O O 

II II 

OY, HHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, H-Y, and 

C-Y, 

30 Y is an appropriate functional group of a 

protein, a peptide, an enzyme, an antibody, an 
oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 

35 R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N- 
CO, (C 2 H 4 <>^, 4C 3 n 6 0±Jl, -fC 2 H 4 0) w -R', <C 3 H 6 0) w -R' andR', 
R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R» is fluoroalkyl, fluoroaryl, fluorocycloalkyl 
40 or fluoroaralkyl, 

X is a halide, 
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Z is carboxylate or trifluoroacetate, and 

w is an integer greater than one and less than 

200, 

comprising the steps of: 
5 (a) reacting the surface carbons with at least 

one appropriate reagent under conditions 
sufficient to form substituted nanotubes 
having the formula tcjm**, wherein each 
of R is the same and is selected from 

10 S0 3 H, COOH, NH 2 , OH, CHO, CM, COCl, halide, 

COSH, SH, COOR', SR', SiR' 3 , Si-fOR'^yR'3-y, 
Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T12 2 
and Mg-X, and y is an integer equal to or 
less than 3; and 

15 (b) reacting the substituted nanotubes [Cy^-JR,, 

with at least one appropriate reagent 
under conditions sufficient to form 
functionalized nanotubes having the 
formula {CJSj-^. 

20 46. A method of forming a composition of 

matter of the formula 

[C^i* A,, 

wherein the carbon atoms, C n , are surface 
carbons of a substantially cylindrical, graphitic 
25 nanotube having a length to diameter ratio of greater 
than 5 and a diameter- of less than 0.1 micron, 

n is an integer, Lisa number less than O.ln, 
m is a number less than 0.5n, 

each of A is selected from 

30 OOOO 

|| II 

OY, MHY, C-OY, C-HR'Y, C-SY, C-Y, -CR' 2 -OY, N=Y, and 

C=Y, 

35 y is an appropriate functional group of a 

protein, a peptide, an enzyme, an antibody, an 
oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 

40 R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(CaH^^H, -eCaHgO)-^ , -fC^O) W -R ' , (C3H 6 0) W -R' and R' , 



WO 96/18059 



FCT/US95/16159 



58 

R' is alkyl, aryl # cycloalkyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaraUcyl, 
5 X is a halide, 

Z is carboxylate or trif luoroacetate, and 

v is an integer greater than one and less than 

200, 

comprising the steps of: 

10 (a) reacting the surface carbons with at least 

one appropriate reagent under conditions 
sufficient to form substituted nanotubes 
having the formula [C n H L -}R m9 wherein each 
of R is selected from SO a H, C00H, NH 2 , OH, 

15 GH0, CN, COC1, halide, COSH, SH, COOR', 

SR', SiR' 3 , Si-fOR'iyR'3_ y , Si-fO-SiR' 2 *0R' , 
R", Li, A1R' 2 , Hg-X, T1Z 2 and Mg-X, and y 
is an integer equal to or less than 3; and 
(b) reacting the substituted nanotubes [C n H L -}I^ 

20 with at least one appropriate reagent 

under conditions sufficient to form 
functional! zed nanotubes having the 
formula [0^*^. 
47. A method of forming a composition of 

25 matter of the formula 

tC„H L + A„ 

wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
nanotube being substantially free of pyrolytically 
30 deposited carbon, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, 

each of A is selected from 

O 0 0 0 

35 II II 

0Y, NHY, C-0Y, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N=Y, and 

C=Y, 

Y is an appropriate functional group of a 
40 protein, a peptide, an enzyme, an antibody, an 

oligonucleotide, a nucleotide, an antigen, or an enzyme 
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substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(CjHjOfr^H, «C 2 H 4 0) w -R', (C3H 6 0) W -R' and R', 

5 R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or f luoroaralkyl, 

X is a halide, 
10 Z is carboxylate or trif luoroacetate, and 

v is an integer greater than one and less than 

200, 

comprising the steps of: 

(a) reacting the surface carbons with at least 
15 one appropriate reagent under conditions 

sufficient to form substituted nanotubes 
having the formula [C n H L -}R ID , wherein each 
of R is selected from SO a H, COOH, NH 2 , OH, 
GB0, GN, C0C1, halide, COSH, SH, COOR', 
20 SR', SiR' 3 , Si-fOR'^-yR^.y, Si-<0-SiR' 2 -K>R' , 

R", Li, A1R' 2 , Hg-X, T1Z 2 and Mg-X, and y 
is an integer equal to or less than 3; and 

(b) reacting the substituted nanotubes [C^-J*^ 
with at least one appropriate, reagent 

25 under conditions sufficient to form 

functionalized nanotubes having the 
formula [Cy^^A,,. 
48. A method of forming a composition of 
matter of the formula 

30 icja& 

wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
nanotube, 

n is an integer, L is a number less than O.ln, 
35 m is a number less than 0.5n, 
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each of A is selected from 
O O O O 

II II 

5 OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N-Y, and 

C=Y, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, an 

10 oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(C2H 4 0*^H, -fC^O*^, -fC 2 H 4 0) w -R', (C 3 H 6 0) w -R' and R', 

15 R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 

X is a halide, 

20 Z is car boxy late or trifluoroacetate, and 

v is an integer greater than one and less than 

200, 

comprising the step of reacting substituted 
nanotubes [C^-H^ with at least one appropriate reagent 

25 under conditions sufficient to form functionalized 

nanotubes having the formula [C^JA,, where each of R is 
the same and is selected from S0 3 H, COOH, NH 2 , OH, GHO, 
CN, COC1, halide, COSH, SH, COOR', SR', SiR' 3 , 
Si-fOR'^yR'^, Si«0-SiR' 2 *OR' , R", Li, A1R' 2 , Hg-X, T1Z 2 

30 and Mg-X, and y is an integer equal to or less than 3. 

49. A method of forming a composition of 
matter of the formula 

wherein the carbon atoms, C n , are surface 
35 carbons of a substantially cylindrical, graphitic 

nanotube having a length to diameter ratio of greater 
than 5 and a diameter of less than 0.1 micron, 

n is an integer, L is a number less than o.ln, 
m is a number less than 0.5n, 
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each of A is selected from 
0 0 0 O 

5 0Y, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N«Y, and 

OY, 

Y is an appropriate functional group of a 
protein, a peptide , an enzyme, an antibody, an 

10 oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(C^O*^, -fC 3 H e O^, -fC2H 4 0) w -R', (C 3 H 6 0) w -R' and R' , 

15 R' is alkyl, aryl, cycloalXyl, aralkyl or 

cycloaryl, 

R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 

X is a halide, 
20 Z is carboxylate or trif luoroacetate, and 

w is an integer greater than one and less than 

200, 

comprising the step of reacting substituted 
nanotubes [0^%}*^ with at least one appropriate reagent 

25 under conditions sufficient to form functionalized 

nanotubes having the formula [CaR^A,,, where each of R is 
selected from S0 3 H, C00H, NH 2 , OH, CH0, CH, COCl, halide, 
COSH, SH, COOR', SR', SiR' 3 , Si-fOR'^yR's-y, Si«0- 
SiR' 2 *OR', R"# Lir A1R' 2 , Hg-X, T1Z 2 and Mg-X, and y is an 

30 integer equal to or less than 3. 

50. A method of forming a composition of 
matter of the formula 

wherein the carbon atoms, C n , are surface 
35 carbons of a substantially cylindrical, graphitic 
nanotube being substantially free of pyrolytically 
deposited carbon, 

n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 
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each of A is selected from 

O O O O 

II II 

5 OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N-Y, and 

c-y, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, an 

10 oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(C^Ofr^H, ^C 3 H 6 0^, «C 2 H 4 0) w -R', <C 3 H 6 0) w -R' and R' , 

15 R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R 19 is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 

X is a halide, 

20 Z is carboxylate or trif luoroacetate, and 

v is an integer greater than one and less than 

200, 

comprising the step of reacting substituted 
nanotubes [(^Hj^l^ with at least one appropriate reagent 

25 under conditions sufficient to form functionalized 

nanotubes having the formula [Cjfl^^, where each of R is 
selected from S0 3 H, COOH, NH 2 , OH, CHO, CN, COC1, halide, 
COSH, SH, COOR', SR', SiR r 3 , Si^OR'^yR # 3 ^ # Si^O- 
SiR' 2 }OR', R», Li, A1R' 2 , Hg-X, T1Z 2 and Mg-X, and y is an 

30 integer equal to or less than 3. 

51. A method of forming a composition of 
matter of the formula 

[C^tR'-RJm 
vherein the carbon atoms, C n , are surface 

35 carbons of a substantially cylindrical, graphitic 

nanotube, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
40 CHO, CN, C0C1, halide, COSH, SH, COOR', SR' , SiR' 3 , 
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Si«OR'*yR' 3 -y, Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Hg-X, 

y is an integer equal to or less than 3, 
R' is alkyl, aryl, cycloalkyl, araDcyl or 

5 cycloaryl, 

X is a halide, 

R» is fluoroalkyl, fluoroaryl, f luorocycloalkyl 

or fluoroaralkyl, and 

Z is carboxylate or trif luoroacetate , 
10 comprising the steps of: 

(a) deoxygenating the graphitic nanotubes 
under conditions sufficient to form 
deoxygenated nanotubes; and 

(b) reacting the deoxygenated nanotubes with 
15 at least one appropriate activated olefin 

under conditions sufficient to form 
functional! zed nanotubes having the 
formula [C,ft.-HR'-R] B . 
52. A method of forming a composition of 
20 matter of the formula 

[(yfcHR'-A]. 
wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
nanotube, 

25 n is an integer, L is a number less than O.ln, 

m is a number less than 0.5n, 

R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

X is a halide, 
30 each of A is selected from 

0 0 0 0 

0Y, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N«Y, and C-Y, 
Y is an appropriate functional group of a 

35 protein, a peptide, an enzyme, an antibody, an 

oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CH, R'X, R'SiR' 3 , R'-R", R'-N-CO, 

40 (CjH^^H, -eCaHc 0 ** 8 ' (C 3 H60) W -R' and R', 
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R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, and 

Z is carboxylate or trifluoroacetate, 
comprising the steps of: 
5 (a) deoxygenating the graphitic nano tubes 

under conditions sufficient to font 
deoxygenated nanotubes; 

(b) reacting the deoxygenated nanotubes with 
at least one appropriate activated olefin 

10 to form substituted nanotubes having the 

formula [C n H L «HR # -R] m , where each of R is 
selected from S0 3 H, COOH, NH 2 , OH, CHO, CN, 
C0C1, halide, COSH, SH, C00R', SR', SiR' 3 , 
Si^fOR^yR'3^, 

15 Si{O-SiR' 2 *0R', R", Li, A1R' 2 , Hg-X, T1Z 2 

and Mg-X, and y is an integer equal to 
or less than 3; and 

(c) reacting the substituted nanotubes having 
the formula [C n H L ^[R'-R] B with at least one 

20 appropriate reagent under conditions 

sufficient to form functionalized 
nanotubes having the formula [C n H L «J[R*-A] m . 
53. A method of forming a composition of 
matter of the formula 
25 [C n H L t[R # -A] m 

wherein the carbon atoms, C,,, are surface 
carbons of a substantially cylindrical, graphitic 
nanotube, 

n is an integer, L is a number less than o.in, 
30 m is a number less than o.5n, 

R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

X is a halide, 

each of A is selected from 

35 0 0 0 0 

II II 

0Y, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N~Y, and OY, 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, an 
40 oligonucleotide, a nucleotide, an antigen, or an enzyme 
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substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO r R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(CjH^^H, -^3^0^, -fC^O^-R', (C 3 H 6 0)„-R' and R', 
5 R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 

or f luoroaralkyl, and 

Z is carboxylate or trif luoroacetate, 
comprising the step of reacting substituted 
nanotubes having the formula [C^ttR'-Rln with at least 

10 one appropriate reagent under conditions sufficient to 
form functional ized nanotubes having the formula 
C c n H £H R '~ A 3«» wnere each of R is selected from S0 3 H, 
C0OH, NH 2 , OH, CHO, CM, COC1, halide, CX>SH, SH, COOR' , 
SR', SiR' 3 , Si-60R'^yR'3_y, Si«0-SiR' 2 *OR' , R", Li, A1R' 2 , 

15 Hg-X, T1Z 2 and Mg-X, and y is an integer equal to or less 
than 3. 

54. A method of forming a composition of 
matter of the formula 

20 wherein the carbon atoms, c,,, are surface 

carbons of a substantially cylindrical, graphitic 
nanotube, 

n is an integer, Lisa number less than O.ln, 
m is a number less than 0.5n, a is zero or an integer 
25 less than 10, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
CHO, CN, COC1, halide, COSH, SH, COOR', SR', SiR' 3 , 
Si-fOR'>yR' 3 ^, Si«0-SiR' 2 *OR', R", Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, 

30 y is an integer equal to or less than 3 , 

R' is alkyl, aryl, cycloalkyl, arallcyl or 

cycloaryl, 

X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
35 aromatic or metallopolyheteronuclear aromatic moiety, 

R" is fluoroalJcyl, fluoroaryl, f luorocycloalkyl 
or f luoroaralkyl, and 

Z is carboxylate or trif luoroacetate. 
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comprising the step of adsorbing at least one 
appropriate macrocyclic compound onto the surface of the 
graphitic nanotube under conditions sufficient to form a 
functionalized nanotube having the formula [C^-HX'-R^. 
5 55. A method of forming a composition of 

matter of the formula 

[C n H L *[X'-A a ] n 
wherein the carbon atoms, C^, are surface 
carbons of a substantially cylindrical, graphitic 
10 nanotube, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, a is an integer less than 
10, 

each of A is selected from 

15 0 0 O 0 

I I I I 

OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N-Y, and 0=Y, 

Y is an appropriate functional group of a 
20 protein, a peptide, an enzyme, an antibody, an 

oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'GN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
25 (C^OJ-^H, +C 3 * 6 0+JI, *CaH 4 0) w -R', (C 3 H 6 0) w -R' and R', R' 
is alkyl, aryl, cycloalXyl, araUcyl or cycloaryl, 

R" is fluoroalfcyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 

X is a halide, 

30 X' is a polynuclear aromatic, polyheteronuclear 

aromatic or metallopolyheteronuclear aromatic moiety, 
Z is carboxylate or trif luoroacetate, and 
w is an integer greater than one and less than 
200, 1 
35 comprising the steps of: 

(a) adsorbing at least one appropriate 

macro eye lie compound onto the surface of 
the graphitic nanotube under conditions 
sufficient to form a substituted nanotube 
40 having the formula [Cy^X'-R^, where 

each of R is selected from S0 3 H, C00H, NH 2 , 
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OH, CHO, CN, COCl, halide, COSH, SH, 
COOR', SR', SiR' 3 , Si-fOR'TyR'a-y, Si-fO- 
SiR' 2 *OR', R"» Li» A1R' 2 , Hg-X, T12 2 and 
Mg-X, and y is an integer equal to or less 
5 than 3; and 

(b) reacting the substituted nanotubes 
[CnHj.W-R,],, with at least one 
appropriate reagent under conditions 
sufficient to form a functional! zed 
10 nanotube having the formula ICJ^W-hJ*. 

56. A method of forming a composition of 
matter of the formula 

wherein the carbon atoms, C n , are surface 
15 carbons of a substantially cylindrical, graphitic 
nanotube, 

wherein n is an integer, L is a number less 
than O.ln, m is a number less than 0.5n, a is an integer 
less than 10, 
20 each of A is eelected from 

O O O O 

II II 

OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N-Y, and C=Y, 

25 Y is an appropriate functional group of a 

protein, a peptide, an enzyme, an antibody, an 
oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 

30 R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(C^Of^H, -fC 3 H 6 0)- w H, -fC 2 H 4 0) w -R', (C 3 H 6 0) w -R' and R', 
R' is alley 1, aryl, cycloalkyl, araDcyl or 

cycloaryl, 

R» is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
35 or fluoroarallcyl, 

X is a halide, 

X' is a polynuclear aromatic, polyheteronuclear 
aromatic or metallopolyheteronuclear aromatic moiety, 
Z is car boxy late or trifluoroacetate, and 
40 w is an integer greater than one and less than 

200, 
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comprising the step of reacting the substituted 
nanotubes [C n H L ^[X'-R a ] n with at least one appropriate 
reagent under conditions sufficient to form a 
functionalized nanotube having the formula [C n H L ^-[X , -A a ] 1Dr 
5 where each of R is selected from S0 3 H, C00H, NH 2 , OH, CHO r 
GN, COC1, halide, COSH, SH, COOR', SR' , SiR' 3 , 
Si^fOR'-fr-yR'^, Si-fO-SiR' 2 *0*' 9 R"# Li, A1R' 2 , Hg-X, T1Z 2 
and Mg-X, and y is an integer equal to or less than 3. 

57. A method as recited in claims 54 or 55, 
10 wherein prior to the step of adsorbing onto the surface 

carbons, the graphitic nanotubes are dispersed in a 
medium. 

58. A method as recited in claims 42, 43, 44, 
45, 46 or 47, wherein prior to the step of reacting the 

15 surface carbons, the graphitic nanotubes are dispersed in 
a medium* 

59. A method as recited in claims 45, 46, 47, 
48, 49, 50, 52, 53, 55 or 56, wherein prior to the step 
of reacting the substituted nanotubes with the reagent, 

20 the substituted nanotubes are dispersed in a medium. 

60. A method as recited in claims 42, 43, 44, 
45, 46 or 47, wherein the step of reacting the surface 
carbons comprises sulfonating the surface carbons. 

61. A method as recited in claims 42, 43, 44, 
25 45, 46, 47, 48, 49 or 50, wherein the step of reacting 

the surface carbons comprises metallizing the surface 
carbons with an organometallic reagent. 

62. The method as recited in claims 47 or 50, 
wherein the projection of the graphite layers on said 

30 nanotubes extends for a distance of at least two nanotube 
diameters. 

63. The method as recited in claims 47 or 50, 
wherein said nanotube comprises cylindrical graphitic 
sheets whose c-axes are substantially perpendicular to 

35 their cylindrical axis. 

64. The method as recited in claims 47 or 50, 
wherein the outer diameter of said nanotubes is less than 
0.1. micron. 



WO 96/18059 



PCT/US95/16159 



69 

65. The method as recited in claims 47 or 50, 
wherein the carbon atoms, ^ are surface atoms of a 
fishbone fibril. 

66. A method of introducing functional groups 
5 onto the surface of carbon nanotubes to form a 

functionalized nanotube having the formula 

wherein the carbon atoms, C n , are surface 
10 carbons of a substantially cylindrical, graphitic 
nanotube being substantially free of pyrolytically 
deposited carbon, 

n is an integer, L is a number less than O.ln, 
m is a number less than 0.5n, 
15 each of A is selected from 

0 0 O O 

II II 

OY, NHY, C-0Y, C-NR'Y, C-SY, C-Y, -CR' 2 -0Y, N=Y, and 

OY, 

20 

Y is an appropriate functional group of a 
protein, a peptide, an enzyme, an antibody, an 
oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
25 analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
(CaH^^H, iCJtsOtja, -fC^O^-R', (C 3 H 6 0) w -R' and R', 

R' is alkyl r aryl, cycloalkyl, aralkyl or 

cycloaryl, 

30 R" is fluoroalkyl, fluoroaryl, f luorocycloalkyl 

or fluoroaralkyl, 

X is a halide, 

Z is carboxylate or trif luoroacetate, and 

w is an integer greater than one and less than 

35 200, 

comprising the steps of: 

(a) contacting the carbon fibrils with 
oxidizing agents selected from the 
group including a solution of an 
40 alkali metal chlorate in a strong 

acid for a period of time sufficient 
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to oxidize the surface of said 
fibrils; and 
(b) contacting the surface-oxidized 

carbon fibrils with reactant suitable 
5 for adding a functional group to the 

surface of the carbon fibrils* 
67. A method as recited in claim 66, wherein 
the carbon fibrils are subjected to processing prior to 
contact with the oxidizing agents. 
10 68. A method as recited in claim 66, wherein 

the processing comprises dispersing the carbon fibrils in 
a solvent. 

69. A method as recited in claim 68, wherein 
after being dispersed in the solvent the carbon fibrils 

15 are filtered and dried. 

70. A method as recited in claim 66, wherein 
the alkali metal chlorate is sodium chlorate or potassium 
chlorate. 

71. A method as recited in claim 66, wherein 
20 the strong acid is sulfuric acid. 

72. A method as recited in claim 66, wherein 
the functional group added to the surface-oxidized 
fibrils is alkyl/aryl silane. 

73. A method as recited in claim 66, wherein 
25 the functional group added to the surface-oxidized 

fibrils is a long chain alkyl/aralkyl group. 

74. A method as recited in claim 66, wherein 
the functional group added to the surface-oxidized 
fibrils is a long chain hydroxy 1 group. 

30 75. A method as recited in claim 66, wherein 

the functional group added to the surface-oxidized 
fibrils is a long chain amine group. 

76. A method as recited in claim 66, wherein 
the functional group added to the surface-oxidized 

35 fibrils is a f luorocarbon. 

77. A method as recited in claim 66, wherein 
the time sufficient for oxidization is between about 0.5 
hour and 24 hours. 
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78. A network of functionalized fibrils 
comprising at least two functionalized fibrils linked at 
functional groups by either one or more direct bonds or 
at least one linker moiety, wherein said linker moiety is 

5 either bifunctional or polyf unctional . 

79. A composition of matter of the formula 

[F.F.* linker f F.F.] 
vherein the linker is a bifunctional or 
polyf unctional moiety linked to an appropriate 
10 functionalized fibril, [F.F. ], derived from the following 
substituted fibrils: 



(i) 




(ii) 




(Hi). 




(iv) 




(v) 


[CnH^R'-A],,; 


(vi) 


[C^fcHX' and 


(vii) 





where the carbon atoms, C n , are surface carbons 
20 of a graphitic nanotube, 

n is an integer, L is a number less than O.ln 
and m is a number less than 0.5n, a is zero or an integer 
less than 10, 

each of R is selected from S0 3 H, COOH, NH 2 , OH, 
25 CHO, CN, C0C1, halide, COSH, SH, COOR', SR', SiR' 3 , 

Si-fOR'*y*'3-y, Si{0-SiR' 2 *OR' , R", A1R' 2 , Hg-X, T1Z 2 

and Mg-X, 

y is an integer equal to or less than 3, 
A is selected from 

30 O O O O 

II II 

OY, NHY, C-OY, C-NR'Y, C-SY, C-Y, -CR' 2 -OY, N=Y, and C=Y, 

Y is an appropriate functional group of a 
35 protein, a peptide, an enzyme, an antibody, an 

oligonucleotide, a nucleotide, an antigen, or an enzyme 
substrate, enzyme inhibitor or the transition state 
analog of an enzyme substrate or is selected from R'-OH, 
R'-NH 2 , R'SH, R'CHO, R'CN, R'X, R'SiR' 3 , R'-R", R'-N-CO, 
40 (C^Ofr^H, {CjHfcO^, -fC^O),,-*', (C^O)^*' and R', 
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R' is alkyl, aryl, cycloalkyl, aralkyl or 

cycloaryl, 

R» is fluoroalkyl, fluoroaryl, f luorocycloalkyl 
or fluoroaralkyl, 
5 X is a halide, 

X' is a polynuclear. aromatic, polyheteronuclear 
aromatic or metal lopolyheteronuclear aromatic moiety, 

Z is carboxylate or trifluoroacetate, and 

w is an integer greater than one and less than 

10 200. 

80. A method for producing a network of carbon 
fibrils comprising contacting carbon fibrils with a 
strong oxidizing agent for a period of time sufficient to 
oxidize the surface of said carbon fibrils; contacting 

15 said surface-oxidized fibrils with reactant suitable for 
adding a functional group to the surface of the carbon 
fibrils; and further contacting said surface- 
functionalized fibrils with an amount of a cross-linking 
agent effective for producing a network of carbon 

20 fibrils. 

81. A method for producing a network of carbon 
fibrils comprising the steps of: 

(a) contacting the fibrils with a 
solution of an alkali metal chlorate 

25 in a strong acid for a period of time 

sufficient to oxidize the surface of 
said fibrils; 

(b) contacting the surface-oxidized 
fibrils with a reactant suitable for 

30 adding a functional group to the 

surface of the carbon fibrils; and 

(c) further contacting said 
functionalized fibrils with an 
effective amount of a cross-linking 

35 agent. 

82. A method as recited in claims 81 or 82, 
wherein the cross-linking agent is a diol or diamine. 

83. A method for producing a network of carbon 
fibrils comprising contacting carbon fibrils with a 
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strong oxidizing agent for a period of time sufficient to 
oxidize the surface of said carbon fibrils and contacting 
said surface-oxidized fibrils with an amount of a cross- 
linking agent effective for producing a network of carbon 
5 fibrils. 

84. A method as recited in claim 83 , wherein 
the strong oxidizing agent is an alkali metal chlorate or 
nitric acid. 

85. A method as recited in claim 83, wherein 
10 the cross-linking agent is a polyol or polyamine. 

86. A method for producing a network of 
functionalized fibrils comprising reacting at least two 
functionalized fibrils with a linker moiety comprising a 
bifunctional or polyfunctional moeity. 

15 87. A surface-functionalized carbon fibril 

formed by the method comprising the steps of contacting 
carbon fibrils with an effective amount of a strong 
oxidizing agent for a period of time sufficient to 
oxidize the surface of said fibrils; and further 

20 contacting said fibrils with reactant suitable for adding 
a functional group to the surface of said fibrils. 

88. A surface-modified carbon fibril 
comprising a carbon fibril whose surface is uniformly 
substituted with a functional group. 

25 89. A surface-modified carbon fibril as 

claimed in claim 88, wherein the functional group is 
car boxy 1. 

90. A method of uniformly substituting the 
surface of carbon fibrils with a functional group 

30 comprising contacting carbon fibrils with an effective 
amount a of reactant capable of uniformly substituting a 
functional group onto the surface of said carbon fibrils. 

91. A method of uniformly substituting the 
surface of carbon fibrils with a functional group as 

35 claimed in claim 90, wherein the functional group is 
carboxyl. 

92. A method as recited in claim 90, wherein 
the reactant is a functionalized porphyrin. 
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93. A method as recited in claim 90 , wherein 
the reactant is a phthalocyanine. 

94. A method as recited in claim 93, wherein 
the phthalyocyanine is cobalt phthalocyanine. 

5 95. A surface-modified carbon fibril made by 

the method comprising contacting carbon fibrils with an 
effective amount of a reactant for substituting a 
functional group onto the surface of said carbon fibrils. 

96. A surface-modified carbon fibril as 
10 recited in claim 95 , wherein the reactant is a 

functionalized porphyrin. 

97. A surface-modified carbon fibril as 
recited in claim 96 , wherein the reactant is a 
phthalocyanine • 

15 98. A surface-modified carbon fibril as 

recited in claim 97 , wherein the phthalocyanine is cobalt 
phthalocyanine. 

99. A network of carbon fibrils formed by a 
method comprising the 6teps of: 

20 (a) contacting carbon fibrils with an 

oxidizing agent for a period of time 
sufficient to oxidize the surface of 
said fibrils; 

(b) contacting the surface-oxidized 

25 fibrils with reactant suitable for 

adding a functional group to the 
surface of the fibrils; and 

(c) further contacting said surface- 
functionalized fibrils with an 

30 effective amount of a cross-linking 

agent. 

100. An electrode comprising functionalized 

nanotubes. 

101. An electrode as recited in claim 100, 
35 wherein the functionalized nanotubes is phthalocyanine 

substituted nanotubes. 

102. A reinforced ceramic material comprising 
functionalized nanotubes dispersed in a c eramic matrix 
material. 
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103. A reinforced ceramic material produced by 
dispersing a functionalized nanotube in an aqueous 
solution containing a bydrolyzable precursor of the 
ceramic material and converting the bydrolyzable 

5 precursor to a reinforced ceramic material. 

104. A method of making a reinforced ceramic 
material comprising dispersing a functionalized nanotube 
in an aqueous solution containing a bydrolyzable 
precursor of a ceramic matrix material and converting the 

10 bydrolyzable precursor to a reinforced ceramic material. 

105. A sol gel material comprising the 
functionalized nano tubes. 

106* A porous material comprising a 
multiplicity of functionalized nanotube networks as 
15 defined in claims 78 or 79. 

107. An adsorbent material comprising the 
porous material of claim 103. 

108. A catalyst support material comprising the 
porous material of claim 103. 

20 109. A chromatography media material comprising 

the porous material of claim 103. 
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